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DETAILED DESCRIPTION - A catalyst for olefin polymerization 
comprises a transition metal compound (A-l) of formula (I) 

M=transition metal in Groups 3-11- • ' 
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linked to each other to form rings; 

n=the valence of M; and 

X=H, halo, hydrocarbyl, 0- , S-, N-, B- , Al- P- 
halogen-substituted group, heterocyclyl, Si-, Ge- or Sn- 
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(54) CATALYST FOR OLEFIN POLYMERIZATION AND METHOD OF POLYMERIZING OLEFIN 

(57) The present invention is intended to provide an olefin polymerization catalyst comprising a novel transition 
metal compound and having an excellent olefin polymerization activity and to provide a process for olefin polymeriza- 
tion using this catalyst. The olefin polymerization catalyst comprises a transition metal compound (A-1) represented by 
the formula (I) or a transition metal compound (A-2) represented by the formula (II), and optionally, at least one com- 
pound (B) selected from the group consisting of an organometallic compound (B-1), an organoaluminum oxy-com- 
pound (B-2) and a compound (B-3) which reacts with the transition metal compound (A-1) or (A-2) to form an ion pair. 
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wherein M is a transition metal atom of Group 3 to Group 1 1 of the periodic table; m in the formula (I) is an integer of 1 
to 3, and m in the formula (II) is an integer of 1 to 6; Q is -N= or -C(R 2 )=; A is -C-, -S-, -Se- or -NfR 6 )-; R 1 to R 6 are each 
a hydrogen atom, a hydrocarbon group or the like, and two or more of them may be bonded to form a ring; n is a number 
satisfying a valence of M; and X is a halogen atom, a hydrocarbon group or the like. 
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Description 
TECHNICAL FIELD - 

5 [0001 1 The present invention relates to olefin polymerization catalysts comprising a novel transition metal compound 
and to a process for olefin polymerization using the olefin polymerization catalysts. 

BACKGROUND ART 

io [0002] As olefin polymerization catalysts, "Kaminsky catalysts" are well known. The Kaminsky catalysts have 
extremely high polymerization activities, and by the use of them, polymers of narrow molecular weight distribution can 
be obtained. Transition metal compounds known as employable for the Kaminsky catalysts are, tor example, 
bis(cyclopentadieny1)zirconium dichloride (see Japanese Patent Laid-Open Publication No. 19309/1983) and ethyl- 
eneb^4,5,6,7-tetrarVdroindenyl)zirconium dichloride (see Japanese Patent Laid-Open Publication No. 1 3031 4/1 986). 

is it is also known that the olefin polymerization activities and the properties of the resulting polyolefins greatly vary when 
different transition metal compounds are used in the polymerization. Recently, transition metal compounds having a lig- 
and of olimine structure have been proposed as novel olefin polymerization catalysts (see International Patent Publica- 
tion No. 9623010). 

[0003] By the way, polyolefins generally have excellent mechanical properties, so that they are used in many fields 
so such as fields of various molded products. However, with various requirements for the polyolefins, polyolefins of various 

properties have been desired in recent years. Moreover, increase of productivity has been also desired. 

[0004] Under such circumstances as mentioned above, there has been desired development of olefin polymerization 

catalysts having excellent olefin polymerization activities and capable of producing polyolefins of excellent properties 

[0005] The present invention has been made in view of such prior art as described above. It is an object of the inven- 
ts tion to provide an olefin polymerization catalyst comprising a novel transition metal compound and having an excellent 

olefin polymerization activity. It is another object of the invention to provide a process for olefin polymerization using the 

catalyst. 

DISCLOSURE OF THE INVENTION 

SO 

[0006] The first embodiment of the olefin polymerization catalyst according to the invention comprises a transition 
metal compound (A-1) represented by the following formula (I): 



35 



40 




45 wherein M is a transition metal atom of Group 3 to Group 1 1 of the periodic table, 
m is an integer of 1 to 3, 

Q is a nitrogen atom or a carbon atom having a substituent R 2 , 

A is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen atom having a substituent R 6 , 
so R 1 to R 6 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon group, a 
heterocyclic compound residual group, an oxygen -containing group, a nitrogen -containing group, a boron-contain- 
ing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germanium-con- 
taining group or a tin-containing group, two or more of them may be bonded to each other to form a ring, and when 
m is 2 or greater, R 1 s, R^s, R 3 s, R 4 s, F^s, or R 6 s may be the same or different, and one group of R 1 to R 6 contained 
55 in one ligand and one group of R 1 to R 6 contained in other ligands may be bonded, 
n is a number satisfying a valence of M, and 

X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a suKur-<»ntaining 
group, a nitrogen -containing group, a boron-containing group, an aluminum-containing group, a phosphorus-con- 
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taining group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing group, a 
germanium-containing group or a tin-containing group, and when n is 2 or greater, Xs may be the same or different, 
. . and Xs may be bonded to each other to form a ring. 

5 [0007] The transition metal compound (A-1 ) represented by the formula (I) wherein Q is a carbon atom having a sub- 
stituent R 2 is represented by the following formula (l-a): 



10 



15 




d-a) 



20 wherein M, m, A, R 1 to R 6 , n and X have the same meanings as those of M, m, A, R 1 to R 6 , n and X in the formula (I). 
[0008] The transition metal compound (A-1) represented by the formula (l-a) is preferably a compound of the formula 
(l-a) wherein M is a transition metal atom selected from Group 8 to Group 10 of the periodic table. Also preferable is a 
compound of the formula (l-a) wherein A is a nitrogen atom having a substituent R 6 and R 6 is a halogen atom, a hydro- 
carbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a 

25 boron -containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-oontaining group, a germa- 
nium-containing group or a tin-containing group. Further, a compound of the formula (l-a) wherein A is an oxygen atom 
is also preferable. Furthermore, a compound of the formula (l-a) wherein A is a sulfur atom is also preferable. Moreover, 
a compound of the formula (l-a) wherein A is a selenium atom is also preferable. 

[0009] The transition metal compound (A-1) represented by the formula (l-a) wherein R 3 and R 4 are bonded to form 
so an aromatic ring is represented by the following formula (l-b): 



35 



40 




(I-b) 



wherein M, m, A, R 1 , R 2 , R 5 . R 6 , n and X have the same meanings as those of M, m. A, R 1 , R 2 , R 5 . R 6 . n and X in the 
formula (I), 

R 7 to R 10 have the same meanings as those of R 1 to R 6 in the formula (I), and 
so R 1 , R 2 and R 5 to R 10 may be the same or different, two or more of them may be bonded to each other to form a 
ring, and when m is 2 or greater, R 1 s, R 2 s, l^s, R 6 s. R 7 s, R 8 s, R 9 s, or R 10 s may be the same or different, and one 
group of R 1 , R 2 and R 5 to R 10 contained in one ligand and one group of R 1 , R 2 and R 5 to R 10 contained in other 
ligands may be bonded. 

55 [001 0] The transition metal compound (A-1 ) represented by the formula (l-b) is preferably a compound of the formula 
(l-b) wherein M is a transition metal atom selected from Group 8 to Group 10 of the periodic table. Also preferable is a 
compound of the formula (l-b) wherein A is a nitrogen atom having a substituent R 6 and R 5 is a halogen atom, a hydro- 
carbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a 
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boron-containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germa- 
nium-containing group or a tin-containing group. Further, a compound of the formula (l-b) wherein A is an oxygen atom 
is also preferable. Furthermore, a compound of the formula (l-b) wherein A is a sulfur atom is also preferable. Moreover, 
a compound of the formula (l-b) wherein A is a selenium atom is also preferable. 
5 [0011] The transition metal compound (A-1) represented by the formula (I) wherein G is a nitrogen atom and R 3 and 
R 4 are bonded to form an aromatic ring Is represented by the following formula (l-c): 



15 




(I-c) 



wherein M, m, A. R 1 ; R 5 , R* n and X have the same meanings as those of M. m, A, R 1 . R 5 , R 6 . n and X in the formula 

(0. \ - 

R 7 to R 10 have the same meanings as those of R 1 to R 5 in the formula (I), and 
25 R 1 and R 5 to R 10 may be the same or different, two or more of them may be bonded to each other to form a ring, 

and when m is 2 or greater, R 1 s, R 5 s. R 6 s, R 7 s, R 8 s, R 9 s, or R 1( ?s may be the same or different, and one group of 
R 1 and R 5 to R 10 contained in one ligand and one group of R 1 and R 5 to R 10 contained in other ligands may be 
bonded. 

30 [001 2] The transition metal compound (A-1) represented by the formula (l-c) is preferably a compound of the formula 
(l-c) wherein M is a transition metal atom selected from Group 3 to Group 5 and Group 8 to Group 10 of the periodic 
table. Also preferable is a compound of the formula (l-c) wherein A is a nitrogen atom having a substituent R 6 . Further, 
a compound of the formula (l-c) wherein A is an oxygen atom is also preferable. Furthermore, a compound of the for- 
mula (l-c) wherein A is a sulfur atom is also preferable. Moreover, a compound of the formula (l-c) wherein A is a sale- 

35 nium atom is also preferable. 

[0O1 31 The other embodiment of the olefin polymerization catalyst according to the invention comprises a transition 
metal compound (A-2) represented by the following formula (II): 



45 




(ID 



50 

wherein M is a transition metal atom of Group 3 to Group 11 of the periodic table. 

m is an integer of 1 to 6, 
55 O is a nitrogen atom or a carbon atom having a substituent R ? , 

A is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen atom having a substituent R , 

R 1 to R 4 and R 6 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon 

group, a heterocyclic compound residual group, an oxygen <xjntaining group, a nitrogen-containing group, a boron- 
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containing group, a suH* -containing group, a phosphorus-containing group, a silicon-containing group, a germa- 
nium-containing group or a tin-containing group, two or more of them may be bonded to each other to form a ring, 
and when m is 2 or greater, R 1 s. R 2 s. F^s. F^s. or R € s may be the same or different, and one group of R to R 
and R 6 contained in one ligand and one group of R 1 to R 4 and R 6 contained in other ligands may be bonded, 

5 h is a number satisfying a valence of M, and 

X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 
group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus-con- 
taining group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing group, a 
germanium-containing group or a tin-containing gjoup, and when n is 2 or greater, Xs may be the same or cfifferent. 

10 and Xs may be bonded to each other to form a ring. 

[0014] The transition metal compound (A-2) represented by the formula (II) wherein Q is a carbon atom having a sub- 
stituent R 2 is represented by the following formula (ll-a): 

'5 



25 



40 



45 



50 
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(II-a) 

wherein M. m. A, R 1 to R 4 . R 6 . n and X have the same meanings as those of M, m. A, R 1 to R 4 , R 6 . n and X in the for- 
mula (II). 

[0015] The transition metal compound (A-2) represented by the formula (ll-a) is preferably a compound of the formula 
30 (ll-a) wherein M is a transition metal atom selected from the group consisting of titanium, zirconium and hafnium. AJso 
preferable is a compound of the formula (ll-a) wherein A is a nitrogen atom having a substituent R 6 and R 6 is a halogen 
atom, a hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-contain- 
ing group, a boron-containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing 
group, a germanium-containing group or a tin-containing group. Further, a compound of the formula (ll-a) wherein A is 
35 an oxygen atom is also preferable. Furthermore, a compound of the formula (ll-a) wherein A is a sulfur atom is also pref- 
erabfe. Moreover, a compound of the formula (ll-a) wherein A is a selenium atom is also preferable. 
[001 6] The transition metal compound (A-2) represented by the formula (ll-a) wherein R 3 and R 4 are bonded to form 
an aromatic ring is represented by the following formula (ll-b): 




--MXn 



(ii-b) 



wherein M, m, A, R 1 , R 2 , R 5 , n and X have the same meanings as those of M, m, A, R 1 , R 2 , R 6 , n and X in the formula 
("). 

when m is 1 , A is a sulfur atom, a selenium atom or a nitrogen atom having a substituent R 6 , and when m is 2 or 
greater, As may be the same or different, they are each an oxygen atom, a sulfur atom, a selenium atom or a nitro- 
gen atom having a substituent R 6 , and at least one A is a sulfur atom, a selenium atom or a nitrogen atom having 
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a substituent R 6 . 

R 7 to R 10 have the same meanings as those of R 1 to R 4 and R 6 in the formula (II). and 

R 1 R 2 and R 6 to R 10 may be the same or different, two or more of them may be bonded to each other to form a 
ring and when m is 2 or greater, R 1 s, R*s, R 6 s t R 7 s, F^s, F?s. or R 10 smay be the same or different, and one group 
of R 1 , R 2 and R 6 to R 10 contained in one ligand and one group ol R\ R 2 and R to R contained in other hgands 
may be bonded. 

[OOITJ The transition metal compound (A-2) represented by the formula (H-b) Is preferably a compound of the formula 
(ll-b) wherein M is a transition metal atom selected from the group consisting of titanium, zirconium and hafnium. Also 
preferable is a compound of the formula (ll-b) wherein A is a nitrogen atom having a substituent R* and R is a halogen 
atom a hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-contain- 
ing group a boron-containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing 
group a germanium-containing group or a tin-containing group. Further, a compound of the formula (H-b) wherein A is 
an oxygen atom is also preferable. Furthermore, a compound of the formula (ll-b) wherein A is a sulfur atom is also pref- 
erable. Moreover, a compound of the formula (ll-b) wherein A is a selenium atom is also preferable. g 
[0018] The transition metal compound (A-2) represented by the formula (II) wherein Q is a nitrogen atom and R and 
R 4 are bonded to form an aromatic ring is represented by the following formula (H-c): 



so 



25 



30 




,1v1Xn 



(II-c) 
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wherein M, m, A, R 1 , R 6 , n and X have the same meanings as those of M, rn, A, R 1 , R 6 , n and X in the formula (II), 
R 7 to R 10 have the same meanings as those of R 1 to R 4 and R 6 in the formula (II), and 

R 1 and R 6 to R 10 may be the same or different, two or more of them may be bonded to each other to form a ring, 
and when m is 2 or greater, R 1 s, R 6 s, R 7 s, R 8 s, R 9 s, or R 10 s may be the same or different, and one group of R 
and R* to R 10 contained in one ligand and one group of R 1 and R 6 to R 10 contained in other ligands may be 
bonded. 

[0019] The transition metal compound (A-2) represented by the formula (ll-c) is preferably a compound of the formula 
(ll-c) wherein M is a transition metal atom selected from Group 3 to Group 5 and Group 8 to Group 10 of the periodic 
table Also preferable is a compound of the formula (ll-c) wherein A is a nitrogen atom having a substituent R . Further, 
a compound of the formula (ll-c) wherein A is an oxygen atom is also preferable. Furthermore, a compound of the for- 
mula (ll-c) wherein A is a sulfur atom is also preferable. Moreover, a compound of the formula (ll-c) wherein A is a sele- 
nium atom is also preferable. . 
[0020] The olefin polymerization-catalyst according to the invention can further comprise, in addition to the transition 
metal compound (A-1) or (A-2), at least one compound (B) selected from the group consisting of: 

(B-1) an organometallic compound, 

(B-2) an organoaluminum oxy-compound, and 

(B-3) a compound which reacts with the transition metal compound (A-1) or (A-2) to form an ion pair. 

[0021] The olefin polymerization catalyst according to the invention can further comprise a carrier (C) in addition to 
the transition metal compound (A-1) or A-2) and the compound (B). 
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BRIEF DESCRIPTION OF THE DRAWINGS 
[0022] 

Fig. 1 and Fig. 2 are each an explanatory view showing an example of a process for preparing the olefin polymer- 
ization catalyst according to the invention. 

BEST MODE FOR CARRYING OUT THE INVENTION 

[0023] The first embodiment of the olefin polymerization catalyst according to the invention comprises a transition 
metal compound (A-1 ) represented by the following formula (I). 




[0024] In the formula (I), each of the dotted lines (-«-) of N — M and A — M means that a coordinate bond is formed 
or is not formed, but it is preferable that at least one of them is a coordinate bond. 
[0025] "The coordinate bond can be confirmed by NMR f IR, X-ray crystal structure analysis or the like. 
[0026] In the formula (I), M is a transition metal atom of Group 3 (including lanthanoid) to Group 1 1 of the periodic 
table. Examples of such metal atoms include scandium, yttrium, lanthanoid, titanium, zirconium, hafnium, vanadium; 
niobium, tantalum, chromium, molybdenum, tungsten, manganese, rhenium, iron, ruthenium, cobalt, rhodium, nickel 
and palladium. Of these, preferable are metal atoms of Group 3 to Group 5 and Group 8 to Group 10, such as scan- 
dium, lanthanoid, titanium, zirconium, hafnium, vanadium, niobium, tantalum, iron, cobalt, rhodium, nickel and palla- 
dium! More preferable are metal atoms of Group 4, Group 5 and Group 8 to Group 10, such as titanium, zirconium, 
hafnium, vanadium, niobium, tantalum, iron, cobalt, rhodium, nickel and palladium. Particularly preferable are metal 
atoms of Group 8 to Group 10, such as iron, cobalt, rhodium, nickel and palladium. 
[0027] m is an integer of 1 to 3, preferably an integer of 1 to 2. 
[0028] Q is a nitrogen atom (-N=) or a carbon atom having a substituent R 2 (-C(R 2 )=). 

[0029] A is an oxygen atom (-0-), a sulfur atom (-S-), a selenium atom (-Se-) or a nitrogen atom having a substituent 
R 6 (-N(R 6 )-). 

[0030] R 1 to R 6 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon group, 
a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a boron-containing 
group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germanium-containing 
group or a tin-containing group, and two or more of them may be bonded to each other to form a ring. 
[0031] R 1 to R 6 are each preferably a hydrogen atom, a halogen atom, a hydrocarbon group, a heterocyclic compound 
residual group, a hydrocarbon -substituted silyl group, a hydrocarbon-substituted siloxy group, an altoxy group, an 
alkylthio group, an aryloxy group, an arylthio group, an acyl group, an ester group, a thioester group, an amido group, 
an imido group, an amino group, an imino group, a sulfonate ester group, a sulfonamide group, a cyano group, a nitro 
group, a carboxyl group, a sulfo group, a mercapto group or a hydroxy! group. 
[0032] The halogen atoms include fluorine, chlorine, bromine and iodine. 

[0033] Examples of the hydrocarbon groups include straight-chain or branched alky! groups of 1 to 30 carbon atoms, 
preferably 1 to 20 carbon atoms, such as methyl, ethyl, n-propyl, isopropyl, n-butyl, isobutyi. sec-butyl, tert-butyl, neo- 
pentyl and n-hexyl; straight-chain or branched alkenyl groups of 2 to 30 carbon atoms, preferably 2 to 20 carbon atoms, 
such as vinyl, allyl and isopropenyl; straight-chain or branched alkynyl groups of 2 to 30 carbon atoms, preferably 2 to 
20 carbon atoms, such as ethynyl and propargyl; cyclic saturated hydrocarbon groups of 3 to 30 carbon atoms, prefer- 
ably 3 to 20 carbon atoms, such as cyclopropyl, cyclobutyl. cyclopentyl, cyclohexyl and adamantyl; cyclic unsaturated 
hydrocarbon groups of 5 to 30 carbon atoms, such as cyclopentadienyl, indenyl and fluorenyl; aryl groups of 6 to 30 
carbon atoms, preferably 6 to 20 carbon atoms, such as phenyl, benzyl, naphthyl, biphenyl, terphenyl, phenanthryl and 
anthracenyl; and alkyl-substituted aryl groups, such as tolyl. isopropylphenyl. t-butylphenyl. dimethylphenyl and di-t- 
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butylphenyl. 

[0034] In the above hydrocarbon groups, the hydrogen atom may be replaced with a halogen atom, and examples of 
these haJogenated hydrocarbon groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, include trrf luorom - 
thyl, pentafluorophenyl and chlorophenyl. 

[0035] In the above hydrocarbon groups, the hydrogen atom may also be replaced with another hydrocarbon group, 
and examples of these aryl-substituted alkyl groups include benzyl and cumyl. 

[0036] Further, the above hydrocarbon groups may have heterocyclic compound residual groups; oxygen-containing 
groups, such as an alkoxy group, an aryloxy group, an ester group, an ether group, an acyl group, a carboxyi group, a 
carbonato group, a hydroxy! group, a peroxy group and a carboxylic anhydride group; nitrogen-containing groups, such 
as an amino group, an imino group, an amido group, an imido group, a hydrazino group, a hydrazono group, a nitro 
group, a nitroso group, a cyano group, an isocyano group, a cyanato group, an amidino group, adiazo group and ammo- 
nium sate derived from an amino group; boron-containing groups, such as a boranediyl group, a boranetriyl group and 
a diboranyl group; sulfur-containing groups, such as a mercapto group, a thioester group, a dithioester group, an 
alkylthio group, an arylthio group, a thioacyl group, a thioether group, a thiocyanato group, an isotrriocyanato group, a 
sulfonato ester group, a sulfonamido group, a thiocarboxyl group, a drthiocarboxyl group, a sutfo group, a sulfonyl group, 
a sulfinyl group and a sutfenyl group; phosphorus-containing groups, such as aphosphido group, a phosphoryi group, 
a thiophosphoryl group and a phosphatp group; silicon-containing groups; germanium-containing groups; or tin-con- 
taining groups. 

[0037] Of the above groups, preferable are straight-chain or branched alkyl groups of 1 to 30 carbon atoms, preferably 
1 to 20 carbon atoms, such as methyl, ethyl, n-propyl, isopropyl, n-butyl, isobutyl, sec-butyl, t-butyl, neopentyl and n- 
hexyi; aryl groups of 6 to 30 carbon atoms, preferably 6 to 20 carbon atoms, such as phenyl, naphthyl, biphenyi, terphe- 
nyl, phenanthryl and anthryi; and substituted aryl groups such as the above aryl groups which are substituted with 1 to 
5 substituents such as halogen atoms, alkyl or alkoxy groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, 
and aryl or aryloxy groups of 6 to 30 carbon atom, preferably 6 to 20 carbon atoms. 

[0038] Examples of the heterocyclic compound residual groups include residual groups of nitrogen-containing com- 
pounds (e.g., pyrrole, pyridine, pyrimidine, quinoline and triazine), oxygen-containing compounds (e.g.. furan and 
pyran) and sulfur-containing compounds (e.g., thiophene). and these heterocyclic compound residual gjoups which are 
substituted with substituents such as alkyl or alkoxy groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms 
[0039] Examples of the oxygen-containing groups, nitrogen-containing groups, sulfur-containing groups and phos- 
phorus-containing groups indicated by R 1 to R 16 include those previously descrfoed as substituents which may be con- 
tained in the hydrocarbon groups. 

[0040] Examples of the silicon-containing groups include a salyi group, a sSloxy group, a hydrocarbon-substituted silyl 
group and a hydrocarbon-substituted siloxy group. Particular examples of the hydrocarbon-substituted silyl groups 
include methylsilyl. cfimethylsilyl. trimethylsilyl, ethylsilyt. diethylsilyl, triethylsilyl, diphenylmethylsilyl. triphenylsilyl. 
dimethylphenylsilyl. dimethyl -t-butylsilyl and dimethyl(pentafluorophenyl)silyl. Of these, preferable are methylsilyl. 
dimethylsilyl. trimethylsiryl, ethylsilyl, diethylsilyl. triethylsilyl, dimethylphenylsilyl and triphenylsilyl. Particularly prefera- 
ble are trimethylsilyl, triethylsilyl. triphenylsilyl and dimethylphenylsilyl. Particular examples of the hydrocarbon-substi- 
tuted siloxy groups include frimethyteilaxy. 

[0041] Examples of the germanium-containing groups or the tin-containing groups include groups wherein silicon is 

replaced with germanium or tin in the above-mentioned silicon-containing groups. 

[0042] The above examples of the groups indicated by R 1 to R 6 are more specifically described below. 

[0043] Of the oxygen-containing groups, preferred examples of the alkoxy groups include methoxy, ethoxy, n-propoxy, 

isopropoxy. n-butoxy, isobutoxy and tert-butoxy; preferred examples of the aryloxy groups include phenoxy, 2,6-dimeth- 

ylphenoxy and 2,4,6-trimethylphenoxy; preferred examples of the acyl groups include formyl, acetyl, benzoyl, p-chlo- 

robenzoyl and p-meihoxybenzoyl; and preferred examples of the ester groups include acetyloxy, benzoyloxy. 

methoxycarbonyl, phenoxycarbonyl and p-chlorophenoxycarbonyl. 

[0044] Of the nitrogen-containing groups, preferred examples of the amido groups include acetamido, N-methylaceta- 
mido and N-methylbenzamido; preferred examples of the amino groups include dimethylamino, ethyimethylamino and 
diphenylamino; preferred examples of the imido groups include acetimido and benzimido; and preferred examples of 
the imino groups include methylimino, ethylimino, propylimino, butylimino and phenylimino. 

[0045] Of the sulfur containing groups, preferred examples of the aJkylthio groups include methytthio and ethylthio; 
preferred examples of the arylthio groups include phenylthio. methyl phenylthio and naphthylthio; preferred examples of 
the thioester groups include acetylthio, benzoylthio,' methyrthiocarbonyl and phenylthiocarbonyi; preferred examples of 
sulfonato ester groups include methylsuifonato, ethylsulfonato and phenylsulfonato; and preferred examples of the sul- 
fonamido groups include phenyisulfonamido, N-methylsulfonamido and N-methyl-p-toluenesulfonamido. 
[0046] Two or more groups of R 1 to R € , preferably adjacent groups, may be bonded to each other to form an aliphatic 
ring, an aromatic ring or a hydrocarbon ring containing a hetero atom such as a nitrogen atom. These rings may further 
hav a substituent. 
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[0047] In the formula (I), when m is 2 or greater. R 1 s. R 2 s, F^s, R 4 s, R 5 s, or R 6 smay be the same or different 
[0048] When m is 2 or greater, one group of R 1 to R 6 contained in one ligand and one group of R 1 to R 6 contained in 
other ligands may b linked together. In this case, it is preferabf that the main chain of the bonding group formed by 
HnWng together such groups of R 1 to R 6 is constituted of 3 or more atoms. 
5 [0049] X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 
group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus-containing 
group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing group, a germanium- 
containing group or a tin-containing group. 

[0050] n is a number satisfying a valence of M, spectfically an integer of 0 to 5, preferably an integer of 1 to 4, more 
10 preferably an integer of 1 to 3. 

[0051 ] When n is 2 or greater, plural groups X may be the same or different, and X may be bonded to each other to 
form a ring. 

[0052] The halogen atoms include fluorine, chlorine, bromine and iodine. 

[0053] Examples of the hydrocarbon groups include the same groups as previously described with respect to R 1 to 
is R 6 . Specifically, there can be mentioned alkyl groups, such as methyl, ethyi, propyl, butyl, hexyi, octyl, nonyl, dodecyl 
and eicosyl; cydoalkyl groups of 3 to 30 carbon atoms, such as cydopentyl, cyclohexyl, norbornyl and adamantyi; alke- 
nyl groups, such as vinyl, propenyl and cydohexenyl; arylalkyl groups, such as benzyl, phenytethyl and phenylpropyl; 
and aryl groups, such as phenyl, tolyl, dimethylphenyl, trimethyiphenyl, ethylphenyl, propylpherryl, biphenyl, naphthyl, 
methylnaphthyl, arrthryl and phenanthryl, but not Dmited thereto. The hydrocarbon groups may also include halogenated 
20 hydrocarbon groups, specifically, those of 1 to 30 carbon atoms in which at least one hydrogen is replaced with halogen. 
Of these, preferable are hydrocarbon groups of 1 to 20 carbon atoms. 

[0054] Examples of the heterocyclic compound residual groups include the same groups as previously described with 
respect to R 1 to R 6 . 

[0055] Examples of the oxygen-containing groups indude the same groups as previously described with respect to 
25 R 1 to R 6 . Spedfically, there can be mentioned a hydroxyl group; alkoxy groups, such as methoxy, ethoxy, propoxy and 
butoxy; aryloxy groups, such as phenoxy, methylphenoxy, dimethylphenoxy and naphthoxy; arylalkoxy groups, such as 
phenylmethoxy and phenylethoxy; an acetoxy group; and a carbonyl group, but not limited thereto. 
[0056] Examples of the sulfur-containing groups indude the same groups as previously described with respect to R 1 
to R s . Specifically, there can be mentioned sulfonate groups, such as methylsulfonato, trifluoromethanesulfonato. phe- 
30 nylsurfonato. benzylsulfbnato, p-toluenesulfonato, trimethylbenzenesutfonato, triisobutylbenzenesulfonato, p-chto- 
robenzenesultonato and perrtafluorobenzenesurfonato; sulfinato groups, such as methylsurfinato, phenylsulfinato, 
benzylsulfinato, p-toluenesulfinato, trimethylbenzenesulfinato and pentafluorobenzenesutfinato; alkyithio groups; and 
arylthio groups, but not limited thereto. 

[0057] Examples of the nitrogen-containing groups include the same groups as previously described with respect to 
35 R 1 to R 6 Specifically, there can be mentioned an amino group; alkylarnino groups, such as methylamino, dimethyl- 

amino, diethylamino, dipropylamino, dibutylamino and dicyclohexylamino; and aryiamino or alkylarylamino groups, 

such as phenylamino. diphehylamino, ditolylamino, dinaphthylamino and methylphenylamino, but not limited thereto. 

[0058] Examples of the boron-containing groups indude BF^ (R is hydrogen, an alkyl group, an aryl group which may 

have a substftuent, a halogen atom or the like). 
40 [0059] Examples of the phosphorus-containing groups include trialkytphosphine groups, such as trimethylphosphine, 

tributylphosphine and tricyclohexylphosphine; triarylphosphine groups, such as triphenylphosphine and tritolylphos- 

phine; phosphite groups (phosphide groups), such as methylphosphite, ethyiphosphite and phenylphosphite; a phos- 

phonic acid group; and a phosphinic add group, but not limited thereto. 

[0060] Examples of the silicon-containing groups include the same groups as previously described with respectto R 1 
45 to R 6 . Specifically, there can be mentioned hydrocarbon-substituted silyl groups, such as phenylsilyl, diphenylsilyl, tri- 
methylsilyl, triethylsilyl. tripropylsilyl, tricyclohexylsilyl, tri phenylsilyl, methyldiphenytsilyl. tritolylsilyl and trinaphthylsilyl; 
hydrocarbon-substituted silyl ether groups, such as trimethylsilyl ether; silicon-substituted alkyl groups, such as trimeth- 
ylsilylmethyl; and silicon-substituted aryl groups, such as trimethylsilylphenyl. 

[0061] Examples of the germanium-containing groups indude the same groups as previously described with respect 
50 to R 1 to R 6 . Specifically, there can be mentioned groups wherein silicon is replaced with germanium in the aforesaid 
silicon- containing groups. 

[0062] Examples of the tin-containing groups include the same groups as previously described with respect to R 1 to 
R B . Specifically, there can be mentioned groups wherein silicon is replaced with tin in the aforesaid silicon-containing 
groups. 

55 [0063] Examples of the halogen-containing groups indude fluorine<ontaining groups, such as PF 6 and BR4; chlorine- 
containing groups, such as CI0 4 and SbCI 5 ; and iodine-containing groups, such as I0 4 , but not limited to thereto. 
[0064] Examples of the aluminum-containing groups include AIR 4 (R is hydrogen, an alkyl group, an aryl group which 
may have a substrtuent, a halogen atom or the likB), but not limited thereto. 
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[00651 The transition metal compound (A-1) represented by the formula (I) wherein Q is a carbon atom having a sub- 
stituerrt R 2 is represented by the following formula (l-a): 



5 



to 




<I-a) 



, 5 wherein M. m. A, R 1 to R s , n and X have the same meanings as those of M, m, A. R 1 to R 6 , n and X in the formufa ( I). 
[0066] In the transition metal compound (A-1) represented by the formula (l-a), two or more groups of R 1 to R 6 may 
be bonded to form a ring. The compound wherein two or more groups of R 1 to R 6 , e.g., R 3 and R , are bonded to form 
an aromatic ring is, for example, a compound represented by the following formula (l-b). 

20 * 



25 



30 




(I-b) 



35 [0067] In the above formula, N, m, A, R 1 , R 2 , R 5 , R 6 . n and X have the same meanings as those of M, m, A, R 1 , R 2 , 
R 5 , R 6 , n and X in the formula (I). 

[0068] R 7 to R 10 have the same meanings as those of R 1 to R 6 in the formula (I). 

[0069] R 1 R 2 and R 5 to R 10 may be the same or different, two or more of them may be bonded to each other to form 
a ring, and when m is 2 or greater, R 1 s, R?s. R 5 s, R 6 s, R 7 s, R 6 s, R 9 s, or R 10 s may be the same or different, and one 
40 group of R 1 . R 2 and R 5 to R 10 contained in one iigand and one group of R 1 . R 2 and R 5 to R contained in other hgands 
may be bonded. 

[0070] The transition metal compound (A-1) represented by the formula (l-a) wherein m is 2 and one group of R to 
R 6 contained in one Iigand and one group of R 1 to R 6 contained in the other Iigand are bonded is, for example, a com- 
pound represented by the following formula (l-a*). 



50 




d-a') 
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[0071] In the above formula. M. A, R 1 to R 6 . n and X have the same meanings as those of M, A, R 1 to R s . n and X in 
the formula (I). 

[0072] A' may be the same as or different from A and is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen 
atom having a substituent R 6 \ i e 

5 [0073] R 1 * to R 5, may be the same or different and have the same meanings as those of R to R 

[0074] Two or more groups of R 1 'to R 6 \ preferably adjacent groups, maybe bonded to each other to form an aliphatic 
ring, an aromatic ring or a hydrocarbon ring containing a hetero atom such as a nitrogen atom. 
[0075] Y is a bonding group or a single bond for linking at least one group selected from R 1 to R 6 to at least one group 
selected from R 1, to R*. Although the bonding group is not specifically limited, it preferably has a structure wherein the 

10 main chain is constituted of 3 or more atoms, preferably 4 to 20 atoms, particularly preferably 4 to 1 0 atoms. The bond- 
ing group may have a substituent. 

[0076] The bonding group Y is specifically a group containing at least one element selected from oxygen, sulfur, car- 
bon, nitrogen, phosphorus, silicon, selenium, tin, boron and the like. Examples of such groups include groups contain- 
ing chalcogen atoms such as -O-, -S- and -Se-; nitrogen- or phosphoms^ontaining groups, such as -NH-, -NH(CH 3 ) 2 , 

is -PH- and -PfCH^-: hydrocarbon groups oil to 20 carbon atoms, such as -CH 2 -. -CH 2 -CH 2 - and -C(CH3) 2 -; residual 
groups of cyclic unsaturated hydrocarbons of 6 to 20 carbon atoms, such as benzene, naphthalene and anthracene; 
residual groups of heterocyclic compounds having 3 to 20 carbon atoms and containing hetero atoms, such as pyridine, 
quinofine, thiophene and furan; silicon atom-containing groups, such as -SiH 2 - and -SKC!-^-; tin atom -containing 
groups, such as «SnH 2 - and -Sn(CH 3 ) 2 -; and boron atom-containing groups, such as -BH-, -B(CH 3 )- and -BF-. Y can 

20 also be a single bond. 

[0077] An example of a compound employable as the olefin polymerization catalyst in the invention is a compound 
obtained by allowing a compound represented by the following formula (L) to react with a compound represented by 
MXk (M and X have the same meanings as those of M and X in the formula (I), and k is a number satisfying a valence 
of M). 



30 




wherein A and R 1 to R 6 have the same meanings as those of A and R 1 to R 6 in the formula (I). 
[0078] Preferred examples of the compounds represented by MXk include TiCI 3 , TiCI 4 , TiBr 3 , TiBr 4 , Ti(benzyl) 4 , 
Ti(NiMe2) 4 , ZrCU, Zr(UMe^ Zr(benzyf) 4 . ZrBr 4 . HfCI* HfBr 4 . VCI 4 . VCI*, VBr 4 , VBr 5 . Ti(acac> 3 , and complexes of 
40 these compounds and THF (tetrahydrofuran), acetonrtrile or diethyl ether but not limited thereto. 

[0079] Examples of the transition metal compounds represented by the formula (l-a) are given below, but not limited 
thereto. 

[0080] In the following examples, M has the same meaning as that of M in the formula (l-a). 

[0081] X has the same meaning as that of X in the formula (l-a), and is for example halogen such as Cf or Br, or an 
45 alkyl group such as methyl, but not limited thereto. When plural X are present, they may be the same or different. 
[0082] n has the same meaning as that of n in the formula (l-a). and is decided by a valence of the metal M. For exam- 
ple, when two monoanions are bonded to the metal, there can be mentioned n = 0 in case of a divalent metal, n = 1 in 
case of a trivalent metal, n = 2 in case of a tetravalent metal, and n = 3 in case of a pentavalent metal. More specifically, 
there can be mentioned n = 2 in case of Ti(IV), n = 2 in case of Zr(IV). and n = 2 in case of Hf(IV). 
so [0083] In the following examples, Me denotes methyl, Et denotes ethyl, iPr denotes i-propyl. tBu denotes tert-butyl. 
and Ph denotes phenyl. 

[0084] Examples of the transition metal compounds represented by the formula (l-a) wherein two or more groups of 
R 1 to R 6 are boned to form a ring are those wherein R 3 and R 4 are bonded to form a ring, ie., the compounds repre- 
sented by the formula (l-b). and particular examples thereof are described first. 
55 [0085] Examples of the compounds represented by the formula (l-b) wherein A is an oxygen atom include the follow- 
ing compounds. 
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[0086] In the above examples, M and n have the same meanings as those of M and n in the formula (l-b). By appro- 
priately selecting M and n, specific compounds are obtained. 
[0087] For example, consider compounds of the following formula. 
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[0068] When X in the above formula is chlorine, the following compounds are given according to the selection of M. 

o c 9 Q 

N N- N-- 

"V'-CoCI 2 f *"7-FeCI 3 f* ~"*-_VNiCI 2 f ■ ""\VPdCfe 

rVC rV°v rV°C 




[0089] When X in the above formula is bromine, the following compounds are given according to the selection of M. 






9 ? 

f* N '"V--NiBr 2 f* N "7-1 

6* Cr r 



N ""7"-"GoBr 2 . [^""V-VfceBra |^ N """V^NiBr 2 f* N ~""7.-PdBr 2 



[0090] Therefore, from the above-mentioned formulas and the later-described formulas, specific compounds can be 
easily determined by the selection of M and n. 

[0091 1 Examples of the compounds represented by the formula (l-b) wherein A is a suHur atom include the following 
compounds.. 
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[0092] Examples of the compounds represented by the formula (l-b) wherein A is a nitrogen atom having a substituent 
R 6 include the following compounds. 
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[0093] Examples of the compounds represented by the formula (l-b) wherein R 1 and R 2 are bonded to form an aro 
matic ring include the following compounds. 
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[0094] Other examples of the compounds represented by the formula ( l-b) are given below. 

55 
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[0095] Examples of the compounds represented by the formula (l a) wherein m is 2 or greater include the tallowing 
30 compounds. 
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[0096] Examples of the transition metal compounds represented by the formula (l-a) wherein m is 2 or greater and 
one group of R 1 to R 6 contained in one ligand and one group of R 1 to R 6 contained in the other ligand are bonded 
include the following compounds. 
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[0097] In the present invention, the compound represented by the formula (l a) may be a compound further having 
groups corresponding to ligands, said groups being bonded through an ionic bond or a covalent bond; for example, a 
30 compound represented by the following formula (l-a"): 



35 



40 




(I-a"> 



wherein M, A, R 1 to R 6 and X have the same meanings as those of M, A, R 1 to R 6 and X in the formula (I), and A' may 
45 b the same as or different from A and is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen atom having a 
substituent R 6 \ 

[0098] Examples of the compounds represented by the formula (l-a") include the following compounds. 
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[0099] The transition metaJ compound represented by the formula (l-a) can be prepared without, any restriction, for 
example, by the following process. 

[01 001 A compound represented by the following formula (L) 
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wherein A and R 1 to R 6 have the same meanings as those of A and R 1 to R 5 in the formula (I), is allowed to react with 

a compound represented by the formula MXk (M and X have the same meanings as those of M and X in the formula (I), 

and k is a number satisfying a valence of M). ^ 

[0101] Preferred examples of the compounds represented by MXk include TICb, TiCI 4 . TiBr 3l TiBr 4 , Ti(benzyQ 4 , 

Ti(NiM e2 ) 4 , ZrCI 4 , ZrXNiMeg)* ^(benzyl)* ZrBr* HfCI 4 , HfBr 4 , VCI 4 . VCI 5 , VBr 4 , VBr 5 , Ti(acac) 3l and complexes of 

these compounds and THF (tetrahydrofuran), acetonitrile or diethyl ether, but not limited thereto. 

[01 02] The process for preparing the transition m tal compound represented by the formula (l-a) is more specifically 
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described below. 

[0103] in the first place, an acyiacetone compound or a thioacylacetone compound can be allowed to react with a 
primary amine compound of the formula R 1 -NH2 (R 1 has th sam meaning as that of R 1 in th formula (l-a)). e.g.. an 
aniline compound or an alkylamine compound, to obtain a compound (ligand precursor) which becomes a ligand for 
$ constituting the transition metal compound. More specifically, both of the starting compounds are dissolved in a solvent. 
As the solvent, any solvent generally used for such reaction is employable. Above all. an alcohol solvent such as meth- 
anol or ethanpl or a hydrocarbon solvent such as toluene is preferable. 



25 [0104] Then, the resulting solution is stined under the conditions of room temperature to reflux for about 1 to 48 hours 
to introduce the substituent into the A part, whereby the corresponding ligand precursor is obtained in a high yield. 
[0105] The ligand precursor can also be obtained by allowing an o-acylphenol, o-acylthiophenol or o-acylaniline 
wherein the substituent has been introduced into the A part of the formula (l-a) to react with a primary amine compound 
of the formula R 1 -NH2 (R 1 has the same meaning as that of R 1 in the formula (l-a)), e.g., an aniline compound or an 

so alkylamine compound. 

[01 06] In the synthesis of the ligand precursor, an acid catalyst such as formic acid, acetic acid or toluenesuilonic acid 
may be used as a catalyst. It is effective for the progress of the reaction to use dehydrating agents such as molecular 
sieves, magnesium sulfate and sodium sulfate or to perform dehydration by means of Dean and Stark method. 
[01 07] Then, the thus obtained ligand precursor can be allowed to react with a compound containing a transition metal 

35 M to synthesize the corresponding transition metal compound More specifically, the synthesized ligand is dissolved in 
a solvent, then mixed with a metallic compound such as a metallic halide or a metallic alkylate and stirred for about 1 
to 48 hours at a temperature of -78 °C to room temperature, preferably under reflux. As the solvent, any solvent gener- 
ally used for such reaction is employable. Above ail, a polar solvent such as ethyl ether or THF or a hydrocarbon solvent 
such as toluene is preferably employed. 

40 [01 08] It is also possible to exchange the metal M in the synthesized transition metal compound with another transition 
metal in a conventional way. For example, when any of R 1 to R 6 is H, a substituent other than H can be introduced in 
any stage of the synthesis process. 

[01 09] The transition metal compound (A-1) represented by the formula (l-a) wherein Q is a nitrogen atom and R and 
R 4 are bonded to form an aromatic ring is represented by the following formula (l-c). 
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[01 1 0] In the above formula. M. m, A, R 1 . R 5 , R 6 , n and X have the same meanings as those of M, m, A, R , R , R . 
n and X in the formula (I). Each of N— M and A— M indicates a coordinate bond. 
[011 11 R 7 to R 10 have the same meanings as those of R 1 to R 6 in the formula (I). 

[01121 R 1 and R 5 to R 10 may be the same or different, and two or more of them may be bonded to each other to form 
a ring. 




[01141 The transition metal compound represented L 
R 1 0 contained in one ligand and one group of R 1 and R* to R 10 contained in the other ligand are bonded is, for example, 
a compound represented by the following formula (l-c>- 
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[0115] In the above formula, M, A, R\ R 5 to R 10 and the same meanings as those of M, A, R 1 , R 5 to R and X in the 
formula (I) and R 1 ' and R & to R 10, have the same meanings as those of R 1 and R to R . 

[01 1 6] A : may be the same as or different from A and is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen 

atom having a substituent R 6 '. r ^ _c D io^ Qt i Me4 

[01171 Y is a bonding group or a single bond for linking at least one group selected from R 1 and R to R to at least 

one group selected from R 1 ' and R 5 ' to R 10 \ and has the same meaning as that of Y in the formula (l-a*). 

[0118J Examples of the transition metal compounds represented by the lormula (l-c) are given below, but not limited 

thereto. 

[01 1 91 In the following examples, M has the same meaning as that of M in the formula (l-c). 

[01201 X has the same meaning as that of X in the formula (l-c), and is for example halogen such as CI or Br, or an 
alkyl group such as methyl, but not limited thereto. When plural X are present, they may be the same or different. 
[01211 n has the same meaning as that of n in the formula (l-c), and is decided by a valence of the metal M. For exam- 
ple when on ligand is coordinated to the metal, there can be mentioned n = 2 in case of a divalent metal, n = 3 ; in case 
of a trivalent metal, n = 4 in case of a tetravalent metal, and n = 5 in case of a pentavalent metal. More specifically, there 
can be mentioned n = 4 in case of Ti(IV). n = 4 in case of Zr(IV), n = 4 in case of Hf(IV), n = 2 in case of Co(ll). n = 2 in 
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of Fe(ll). n = 2 in case of Rh(II). n = 2 in case of Ni(II). and n = 2 in case of Pd(ll). 
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[0122] The transition metal compound represented by the formula (l-c) can be prepared without any restriction, for 
example, by the following process. r 
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[01 231 The transition metal compound represented by the formula (l-c) can be prepared by allowing a compound (lig- 
and precursor) which becomes a ligand for constituting the transition metal compound to react with a compound con- 
taining a transition metal M. 

[0124] For example, the ligand precursor can be obtained by allowing a phenol or phenol derivative compound when 
A in the formula (l-c) is an oxygen atom; a thiophenol or thiophenol derivative compound when A is a sulfur atom; or an 
aniline or aniline derivative compound when A Is a nitrogen atom having R 6 to react with adiazonium ^"^ound syn- 
thesized from a primary amine compound of the formula R'-NH 2 (R 1 has the same meaning as thai of R in the formula 
(l-c)) such as an aniline compound or an alkylamine compound. More specifically, both of the starting compounds are 
dissolved in a solvent As tfie solvent, any solvent generally used for such reaction is emptoyaUe. Abwe all, a water 
solvent is preferable. Then, the resulting solution is stirred under the conditions of a temperature of 0 C to reflux for 
about 1 to 4S hours, whereby the corresponding ligand is obtained in a high yield. . 
[0125] The diazonium compound can be obtained by allowing a primary amine compound to react with sod urn nitrite, 
alkyl nitrite or the Bke and a strong acid such as hydrochloric acid, but the synthesis process is not l.m.ted to this proc- 




1 
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[01 26] Then the thus obtained ligand can be allowed to react with a compound containing a transition metal M to 
synthesize the corresponding transition metal compound. More specif ically. the synthesized ligand is dissolved in i a sol- 
vent The resulting solution may be contacted with a base to prepare a phenoxide salt, if necessary. Then, the solution 
or the phenoxide salt is mixed with a metallic compound such as a metallic halide or a metallic alkylate at a low temper- 
ature and stirred at a temperature of -78 -C to room temperature or under reflux for about 1 to «hour5.As thesoh/ent 
any solvent generally used for such reaction is employable. Above all, a polar solvent such as ethyl ether or THF or a 
hydrocarbon solvent such as toluene is preferably employed. Preferable examples of the bases used for preparing a 
phenoxide salt include metallic salts such as lithium salts (e.g., n-butyllrthium) and sodium salts (ejj.. sodium hydr.de) 
and organic bases such as triethytamine and pyridine, but not limited thereto. The number of ligands to be reacted can 
be adjusted by changing the charge ratio between the transition metal M-containing compound and fhe ligand^ 
[0127] According to properties of the compound, the ligand can be directly reacted with the metallic compound without 
producing a phenoxide salt, whereby the corresponding transition metal compound can be synthesized. For example, 
the following compound can be prepared by directly reacting the ligand with the transition metal halide. 



42 



EP 0 990 664 A1 



10 



R 
R 8 



N 



R 
i 




3 10 



J5 



20 



[0128] It is also possible to exchange the metal M in the synthesized transition metal compound with another transition 
metal in a conventional way. When any of R 1 and R 5 to R 10 is H, a substituent other than H can be introduced in any 
stage of the synthesis process. 

[0129J Next, the other embodiment of the olefin polymerization catalyst of the invention is described. 
[01 30J The other embodiment of the olefin polymerization catalyst of the invention comprises a transition metal com- 
pound (A-2) represented by the formula (II).. 
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[01 31 1 In the above formula, N---M generally incScates a coordinate bond, but the invention also includes a compound 
having no such a coordinate bond. 

[0132J In the above formula, M is a transition metal atom of Group 3 (including Janthanoid) to Group 1 1 of the periodic 
table. Examples of such atoms include scandium, lanthanoid, titanium, zirconium, hafnium, vanadium, niobium, tanta- 

40 lum, cobalt, rhodium, yttrium, chromium, molybdenum, tungsten, manganese, rhenium, iron, ruthenium, nickel and pal- 
ladium. Of these, preferable are metal atoms of Group 3 (including lanthanoid) to Group 9, such as scandium, 
lanthanoid, titanium, zirconium, hafnium, vanadium, niobium, tantalum, iron, cobaft and rhodium. More preferable are 
metal atoms of Group 3 to Group 5 and Group 9, such as titanium, zirconium, hafnium, cobalt, rhodium, vanadium, nio- 
bium and tantalum. Still more preferable are metal atoms of Group 4 and Group 5, such as titanium, zirconium, hafnium 

45 and vanacfium. Particularly preferable are metal atoms of Group 4, such as titanium, zirconium and hafnium. 
[0133] rn is an integer of 1 to 6, preferably an integer of 1 to 4, more preferably an integer of 1 to 2. 
[01341 Q is a nitrogen atom (-N=) or a carbon atom having a substituent R 2 (-C(R 2 )=). 

[01351 A is an oxygen atom (-O-), a sulfur atom (-S-). a selenium atom (-Se-) or a nitrogen atom having a substituent 
R 6 (-N(R 6 )-). 

so [01 361 R 1 to R 4 and R 6 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon 
group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen -containing group, a boron-con- 
taining group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germanium-con- 
taining group or a tin-containing group, two or more of them may be bonded to each other to form a ring, and when m 
is 2 or greater, R 1 s, R*s, R 3 s, R 4 s, or R 6 s may be the same or different, and one group of R 1 to R 4 and R 6 contained in 

55 one ligand and one group of R 1 to R 4 and R 6 contained in other ligands may be bonded. 

[01371 Examples of the atoms and groups indicated by R 1 to R 4 and R B include the same atoms and groups as pre- 
viously described with respect to R 1 to R 6 in the formula (I). 

[0138] When A is a nitrogen atom having a substituent R 6 . R 6 is pref rably a halogen atom, a hydrocarbon group, a 
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heterocyclic compound residual group, an oxygen^containing group, a nitrogen-containing group, a boron -containing 
group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germanium-contain! ng 
group or a tin -containing group. 

[Oi 39] When A is an oxygen atom, a sulfur atom or a selenium atom. R 4 is preferably a substttuent other than hydro- 
gen or halogen. That is, R 4 is preferably a hydrocarbon group, a heterocyclic compound residual group, an oxygen-con- 
taining group, a sulfur-containing group, a silicon-containing group, a germanium-containing group or a tin -containing 
group. R 4 is particularly preferably a halogen atom, a hydrocarbon group, a heterocyclic compound residual group, a 
hydrocarbon-substituted silyl group, a hydrocarbon-substituted siioxy group, an alkoxy group, an alkyrthio group, an ary- 
loxy group, an aryithio group an acyl group, an ester group, a thioester group, an amido group, an amino group, an 
imido group, an imino group, a sulfonate ester group, a sulfonamido group, a cyano group, a nitro group or a hydroxyl 
group 

[0140] When A is an oxygen atom, a sulfur atom or a selenium atom, preferred examples of the hydrocarbon groups 
indicated by R 4 include straight-chain or branched alkyi groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon 
atoms, such as methyl, ethyl, n-propyl. isopropyl, n-butyl. isobutyl. sec-butyl, tert-butyl, thiopentyl and n-hexyl; cyclic 
saturated hydrocarbon groups of 3 to 30 carbon atoms, preferably 3 to 20 carbon atoms, such as cyclopropyl, 
cyclobutyl, cyclopentyl, cyclohexyl and adamantyl; aryl groups of 6 to 30 carbon atoms, preferably 6 to 20 carbon 
atoms such as phenyl, benzyl, naphthyl, biphenylyt and triphenylyl; the above groups which are further substituted with 
an alkyl group or alkoxy group of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, a halogenated alkyl group of 
1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, an aryl group or aryloxy group of 6 to 30 carbon atoms, prefer- 
ably 6 to 20 carbon atoms, halogen, a cyano group, a nitro group or a hydroxyl group. 

[0141 ] When A is an oxygen atom, a sulfur atom or a selenium atom, preferred examples of the hydrocarbon-substi- 
tuted silyl groups indicated by R 4 include methyisilyl, dimethylsilyl. trimethylsilyi, ethylsilyl, diethyls^, triethylsilyl. diphe- 
nylmethylsilyl. triphenylsilyl, dimethyiphenylsilyi, dimethyl-t-butylsilyl and dimethyl(pentafluorophenyf)silyl. Of these, 
particularly preferable are trimethylsilyi. triethylphenyi, diphenytmethylsilyi, isophenylsilyi, dimethyiphenylsilyi, dimethyl- 
t-butylsilyl and djmethyl(pentafluorophenyl)silyl. t ■ , 

[0142] When A is an oxygen atom, a sulfur atom or a selenium atom, R 4 is particularly preferably a group selected 
from branched alkyl groups of 3 to 30 carbon atoms, preferably 3 to 20 carbon atoms, such as isopropyl. isobutyl. sec- 
butyl tert-butyl and neoperrtyl; the above groups wherein a hydrogen atom is replaced with an aryl group of 6 to 30 car- 
bon atoms, preferably 6 to 20 carbon atoms (e.g., cumyl group); and cyclic saturated hydrocarbon groups of 3 to 30 car- 
bon atoms preferably 3 to 20 carbon atoms, such as adamantyl, cyclopropyl. cyclobutyl, cyclopentyl and cyclohexyl. 
Also preferable is an aryl group of 6 to 30 carbon atoms, preferably 6 to 20 carbon atoms, such as phenyl, naphthyl, 
fluorenyl anthranyl or phenanthryl, or a hydrocarbon-substituted silyl group. 

[0143] n is a number satisfying a valence of M, specifically an integer of 0 to 5, preferably an integer of 1 to 4, more 
preferably an integer o1 1 to 3. 

[0144] When n is 2 or greater, plural groups X may be the same or different and may be bonded to each other to lorm 
a ring. 

[0145] X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 
group a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus-containing 
group! a halogen-containing group, a heterocyclic compound residual group, a silicon-containing group, a germanium- 
containing group or a tin-containing group. 

[0146] Examples of the atoms and groups indicated by X include the same atoms and groups as previously described 
with respect to X in the formula (I). 

[0147] The transition metal compound (A-2) represented by the formula (II) wherein Q is a carbon atom having a sut^ 
stituent R 2 is represented by the following formula (ll-a): 




•TvlXn 

(Il-a) 



wherein M, m, a! R 1 to R 4 . R 6 . n and X have the same meanings as those of M, m. A, R 1 to R 4 . R 6 . n and X in the for- 
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15 



mula (II). 

[0148] The transition metal compound (A-2) represented by the formula (ll-a) wherein m is 2 and two groups of R to 
R 4 and R 6 are bonded is, for example, a compound represented by th following formula (ll-a*). 
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i (ll-a), M, A, R 1 to R 4 . R 6 . n and X have the same meanings as those of M, A, R 1 
and R 1, to R 4, and R 6 ' have the same meanings as those of R 1 to R 4 and R 6 . 



[0149] In the formula '"--^ A o« ^ R s R a n anri x h«va me same meaninas as mose ut rvi, m, n to R 4 , R 6 
and X in the formula (I), 

[0150] A' may be the same as or different from A and is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen 
atom having a substituent R 8 '. JD 6*_ «, ^ 

[0151] Y is a bonding group or a single bond for linking at least one group selected from R to R and R to at least 
one group selected from R 1 ' to R 4, and R 6 \ and has the same meaning as that of Y in the formula (l-a). 
[0152] Examples of the transition metal compounds represented by the formula (ll-a) are given below, but not limited 
thereto. 

[0153] In the following examples. M has the same meaning as that of M in the formula (ll-a). 
[0154] X has the same meaning as that of X in the formula (ll-a). and is for example halogen such as CI or Br. or an 
alkyl group such as methyl, but not limited thereto. When plural X are present, they may be the same or different. 
[01 55] n has the same meaning as that of n in the formula (ll-a) . and is decided by a valence of the metal M. For exam- 
ple, when two monoanions are bonded to the metal, there can be mentioned n = 0 in case of a divalent metal, n = 1 in 
case of a trivalent metal, n = 2 in case of a tetravalent metal, and n = 3 in case of a pentavalent metal. More specifically, 
there can be mentioned n = 2 in case of Ti(IV), n = 2 in case of Zr(IV), and n = 2 in case of Hf(lV). 
[0156] In the following exarrples, Me denotes methyl. Et denotes ethyl, iPr denotes i-propyl, tBu denotes tertbutyl, 
and Ph denotes phenyl. 
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[0157] The transition metal compound represented by the formula (H-a) can be prepared without any restriction, for 
example, by the following process. 

[0158] A compound (ligand precursor) which becomes a ligand for constituting the transition metal compound, such 
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as a p-cfiketone compound, a p-ketoester compound (including thioketone and thioketoester) or an acetylacetone com- 
pound, is commercially available or obtainable by known processes descrfoed in literatures. 

[0159] Th ligand precursor can be obtained by allowing the above-mentioned compound such as an acetylacetone 
compound to react with a primary amine compound of the formula R'-Nhfe (R 1 has the same meaning as that of R in 
5 the formula (ll-a)), e.g., an aniline compound or an alkylamine compound. More specifically, both of the starting com- 
pounds are dissolved in a solvent As the solvent, any solvent generally used for such reaction is employable. Above aD,_ 
an alcohol solvent such as methanol or ethanol or a hydrocarbon solvent such as toluene is preferable. Then, the result- 
ing solution is stirred under the conditions of room temperature to reflux tor about 1 to 48 hours, whereby the corre- 
sponding ligand is obtained in a high yield. 
io [0160] In the synthesis of the ligand compound, an acid catalyst such as formic acid, acetic acid or toluenesultornc 
acid may be used as a catalyst. It is effective for the progress of the reaction to use dehydrating agents such as molec- 
ular sieves, magnesium sulfate and sodium sulfate or to perform dehydration by means of Dean and Stark method. 
[0161] Then the thus obtained ligand can be allowed to react with a compound containing a transition metal M to 
synthesize the corresponding transition metal compound. More specifically, the synthesized ligand is dissolved in a sol- 
vent The resulting solution may be contacted with a base to prepare a salt, if necessary. Then, the solution or the salt 
is mixed with a metallic compound such as a metallic halide or a metallic alkylate at a low temperature and stirred at a 
temperature of -78 °C to room temperature or under reflux for about 1 to 48 hours. As the solvent any solvent generally 
used for such reaction is employable. Above all, a polar solvent such as ether or tetrahydrofuran or a hydrocarbon sol- 
vent such as toluene Is preferably employed. Examples of the bases used for preparing a phenoxide salt include metal- 
lic saHs such as lithium salts (e.g., n-butyllithium) and sodium salts (e.g., sodium hydride) and organic bases such as 
triethylamine and pyridine, but not limited thereto. 
[0162] According to properties of the compound, the ligand can be directly reacted with the metallic compound without 
producing a salt whereby the corresponding transition metal compound can be synthesized. 

[01 63] It is also possible to exchange the metal M in the synthesized transition metal compound with another transition 
25 metal in a conventional way. When any of R 1 to R 5 is H, a substituent other than H can be introduced in any stage of 

the synthesis process. * «1 «4 ,j e6 ' , 

[01 64] In the transition metal compound represented by the formula (ll-a). two or more groups of R to R ^and R may 
be bonded to form a ring structure. The compound wherein two or more groups of R 1 to R and R . e.g.. R and R . are 
bonded to form an aromatic ring is, for example, a compound represented by the following formula (II -b). 
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45 [0165] In the formula (ll-b). N-~ M generally indicates a coordinate bond, but in the invention, it may indicate a coor- 
dinate bond or no coordinate bond. _ . 2 ^ 
[01661 In the above formula, M, m. A, R 1 , R , R , n and X have the same meanings as those of M, m, A, R , R , R , 

n and X in the formula (M). ^ _ 6 

[0167] When m is 1 A is a sulfur atom, a selenium atom or a nitrogen atom having a substituent R . and wtien m is 
2 or greater plural groups indicated by A may be the same or different, they are each an oxygen atom, a sulfur atom, a 
selenium atom or a nitrogen atom having a substituent R 6 , and at least one A is a sulfur atom, a selenium atom or a 
nitrogen atom having a substituent R 6 . 

[0168] In the compound represented by the formula (ll-b), when m is 2 or greater, it is preferable that plural groups A 
are the same as each other and are each a sulfur atom, a selenium atom or a nitrogen atom having a substituent R . 
[0169] R 7 to R 10 have the same meanings as those of R 1 to R 4 and R 6 in the formula (II). 

[0170] R 1 R 2 and R 6 to R 10 may be the same or different, two or more of them may be bonded to each other to form 
a ring, and when m is 2 or greater, R 1 s, R 2 s. R 6 s, R 7 s, R 8 s, R 9 s, or R 10 s may be the same or different, and one group 
of R 1 R 2 and R 6 to R 10 contained in one ligand and one group of R 1 . R 2 and R 5 to R contained in other hgands may 
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be bonded. - _ 2 . 

[0171] The transition metal compound represented by the formula (I Lb) wherein mis 2 and two groupsxrf ■ 
R 7 to R 10 (or R 1 . R 2 and R 6 to R 10 when A is -NfR 6 )-) are boned to form a ring is, tor exampi . a compound represented 
by the following formula (ll-bO. 




(II-bM 



[0172] In the above formula. M. R 1 , R 2 , R 6 to R 10 . n and X have the same meanings as those of M. R 1 . R 2 . R 6 to R 10 . 
n and X in the formula (I l-b). 6 
[0173] A is a sulfur atom, a selenium atom or a nitrogen atom having a substHuent R . 

[0174] A' may be the same as or different from A and is an oxygen atom, a sulfur atom, a selenium atom or a. nitrogen 
atom having a substituenl 

[0175] R 1 ' R 2 - and R 6 ' to R 10, may be the same or different and have the same meanings as those of R ,R anon 
to R 10 . Two or more groups of them, preferably adjacent groups, may be bonded to each other to form an aliphatic ring, 
an aromatic ring or a hydrocarbon ring containing a hetero atom such as a nitrogen atom. 

[0176] Y is a bonding group or a single bond for Unking at least one group selected from R , R and R to R to at 
least one group selected from R 1 '. R 2 ' and R 6> to R 10 \ and has the same meaning as that of Y in the formula (W) 
[0177] Examples of the transition metal compounds represented by the formula (ll-b) are given below, but not limited 

joiTO In the following examples, M has ihe same meaning as that of M in the formula (ll-b), and is for example Sc(lll), 
Ti(lll). Ti(IV). Zr(lll). Zr(IV). Hf(IV). V(IV). Nb(V), Ta(V). Co(ll). Co(lll). Ni(ll). Rh(ll), Rh(lll), Rh(IV) or Pd(ll), Pd(VI). but 
not limited thereto. Of these, preferable isTi(IV), Zr(IV) or Hf(IV). 

[0179] X has the same meaning as that of X in the formula (ll-b), and is for example halogen such as CI or Br, or an 
alkyl group such as methyl, but not limited thereto. When plural X are present, they may be the same or different. 
[0180] n has the same meaning as that of n in the formula (ll-b). and is decided by a valence of the metal M. For exam- 
ple when two monoanions are bonded to the metal atom M, there can be mentioned n = 0 in case of a divalent metal, 
n - i in case of a irivalent metal, n = 2 in case of a tetravalent metal, and n = 3 in case of a pentavalent metal. More 
specifically, there can be mentioned n = 2 in case of Ti(IV), n = 2 in case of Zr(IV). and n = 2 in case of Hf(IV). 
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[01831 in the above examples, Et denotes ethyl, IPr denotes i-propyl. tBu denotes tert-butyl. and Ph denotes phenyl. 
[0184] A common process for synthesizing the transition metal compound represented by the formula (ll-b) is given 
below, but the synthesis process is not limited theret . 
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[0185] The transition metal compound represented by the formula (ll-b) can be synthesized by allowing a compound 
(ligand precursor) for forming a ligand such as a thiosalicylidene ligand or an anilino figand to react with a metallic com- 
pound. 

[0186] The compound for forming the thtosaiicylidene ligand is obtained by allowing, for example, a thiosalicylalde- 
hyde compound to react with an aniline compound or an amine compound. 

[0187] The ligand precursor can be obtained by allowing o-acylbenzenethiols including the above compounds to react 
with an aniline compound or an amine compound. 
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[01 88] More specif 'rally, the ligand precursor can be obtained by dissolving a thiosalicylaldehyde compound or o-acyl- 
benzenethiol and an aniline compound wherein the nitrogen part has no substituent or a primary amine compound in a 
solvent, and stirring the solution under the conditions of room temperature to reflux for about 1 to 48 hours. As the sol- 
vent, an alcohol solvent such as methanol or ethanol or a hydrocarbon solvent such as toluene is preferably employed, 
but not limited thereto. As a catalyst an acid catalyst such as formic acid, acetic acid or toluenesulfonic acid can be 
employed. It is also effective for the progress of the reaction to remove water from the reaction system by means of 
Dean and Stark method, it is possible to use dehydrating agents such as molecular sieves, magnesium sulfate and 
sodium sulfate. 

[0189] The o-acylbenzenethiol which may be used herein can be obtained, for example, from an o-acytphenol by 
treating the OH group with a dimethyl thiocarbamate to produce a thiocarbamate derivative which is then heated, 
whereby exchanging oxygen atom for sulfur atom. 

[0190] The anilino ligand can be obtained by allowing an o-formaniline compound to react with an aniline compound 
or an amine compound. The ligand precursor can be obtained by allowing o-acylani lines including the above com- 
pounds to react with an aniline compound or an amine compound. More specifically, the precursor ligand can be syn- 
thesized in the aforesaid manner using an o-tormaniline compound wherein the nitrogen part has no substituent or an 
o-acylanfline wherein the nitrogen part has no substituent and an aniline compound wherein the nitrogen part has no 
substituent or a primary amine compound. 

[0191] The o-acylaniline which may be used herein can be obtained by, for example, reducing the carboxyiic acid 
group of an o-aminobenzoic acid compound. An N-alkylation reaction of an anthranyl compound can also be performed 
to obtain the corresponding N-alkyl -o-acylaniline carnpound. 
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SS,«S^V»^^ MS Obtanwd l.gand precursor can be allowed to react with a metallic compound to synthesize the 
corresponding transrtwn metal compound. More specif ically, the ligahd compound is dissolved in a solvent "me result- 
^soluton maybe contact^^ 

and SlS?. ? T I metalliC C0rTP0Und SUch 38 a meta)lic ha,lde <* a metailic a| Mate at a ta».S«S 
mifco^ound ' * ^ ,emperature or under re,,lJX ** 1 to 24 hours to obtain aTan^ton 

[0193| (Examples of the solvents preferably used herein include polar solvents such as ether and tetrahydrofuran and 
hydrocart,on solvents such as toluene, but not limited thereto. Examples of the bases preferaoly uteS he S^de 
Irthmm^lts^uch asn*utyl.ithium : sodium sate, such as sodium hydride: and nrtrogen-cortaining^po^dTsSh 
as pyridine and tnethylamine, but not limited thereto. ' compounds, sucn 

corSounri^iT 9 ^^ com P° und - ,he compound «n be directly reacted with the metallic 

■ x w-thout producing a thiophenoxide salt or an anilino salt, to synthesize the corresponding transition metal 

£?!L!^ °^ e j ransi,ion metal impound obtained can be determined by 270 MHz 1 H-NMR (Japan Elec- 
S3!£%?- ;°nir f I"™ 1 ™ < SHIMADZU ™««»). FD-mass speclometry (Japan EleSopS 
Laboratory SX-1 02A), metal content analysis (analysis by ICP method after dry ashing and dissolution in dilute nitric 

B 2 P compound (A-2) represented by the formula (II) wherein Q is a nitrogen atom and R 3 and 

R are bonded to form an aromatic ring is represented by the following formula (ll-c). 
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(II- c) 

E! ""u - ^ *° rni " a : N --M senerally indicates a coordinate bond, but the invention also includes compounds 
having no such a coordinate bond. M 

* in SLS^ {J"" ferrnUla M ' m ' *• ^ ' ^ " 3nd * haVB thB Same meani "9 s 35 *°seofM. A. fi\ ffi 4 n and X 
ariS may be 1,16 Same or difleren| - and ^ ° r ™e of them may be bonded to each other to form 
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[0201] When m rs 2 or greater. R 1 s. R 6 s, R 7 s, R 8 s. R 9 s. or R 10 s may be the sane or different and one group of R 
and R 6 to R 10 contained in one ligand and one group of R 1 and R B to R 10 contained in other ligands may be bonded. 
[0202] The transition metal compound represented by the formula (I l-c) wherein m is 2 and one group of R 1 and R 
to R 10 contained in one ligand and one group of R 1 and R 6 to R 10 contained in the other ligand are bonded is. for axam- 
5 pi , a compound represented by the following formula (li-c 1 ). 
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[0203] In the formula (ll-c), M. A, R 1 , R* to R 10 and X have the same meanings as those of M, A R . R to R and 
X in the formula (ll-c), and R 1, and R 6, to R 10, have the same meanings as those of R and R to R . 
[0204] A' may be the same as or different from A and is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen 
atom having a substrtuent R 6 '. 

[0205] R 1 . R 6 to R 10 . R 1 ' and R 6 ' to R 10 ' may be the same or different. 

[0206] Y is a bonding group or a single bond for linking at least one group selected from R and R to R to at least 

one group selected from R 1, and R 6 ' to R 10 \ and has the same meaning as that of Y in the formula (1-a 1 ). 

[0207] Examples of the transition metal compounds represented by the formula (H^c) are given below, but not limited 

thereto. 

[0208] In the following examples, M has the same meaning as that of M in the formula (ll-c). 
[0209] X has the same meaning as that of X in the formula (ll-c). and is for example halogen such as CI or Br. or an 
alky! group such as methyifbut not limited thereto When plural X are present, they may be the same or different. 
[0210] n has the same meaning as that of n in the formula (li e), and is decided by a valence of the metal M. For exam- 
ple when two monoanions are bonded to the metal, there can be mentioned n = 0 in case of a divalent metal, n = 1 in 
case of a triv/alent metal, n = 2 in case of a tetravalent metal, and n = 3 in case of a pentavalent metal. More specifically, 
there can be mentioned n = 2 in case of 7i(IV). n = 2 in case of Zr(IV), and n = 2 in case of Hf(IV): 
[02ii] In the following examples. Me denotes methyl. Etdenotes ethyl. iPr denotes i-propyl. tBu denotes tert-butyl. 
and Ph denotes phenyl. 
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[02121 The transition metal compound represented by the formula (ll-c) can be prepared without any restriction, for 
example, by the same process as that for preparing the aforesaid transition metal compound represented by the for- 
mula (l-c). ... 
[021 3] According to properties of the compound, the ligand can be directly reacted with the metallic compound without 
producing a phenoxide salt, whereby the corresponding transition metal compound can be synthesized. For example, 
the following compound is reacted with a base to produce a salt, and then the salt is reacted with the transition metal 
halide to prepare the corresponding transition metal compound. 
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15 [0214] As the olefin polymerization catalyst, the transition metal compounds (A-1) and (A-2) described above can be 
used singly or in combination of two or more kinds, or further in combination other with transition metal compounds. 
[021 5] Examples of other transition metal compounds include known transition metal compounds comprising ligands 
containing a hetero atom such as nitrogen, oxygen, sulfur, boron or phosphorus. 

20 Other transition metal compounds 

[021 6] Examples of the transition metal compounds other than the transition metal compounds (A-1 } and (A-2), which 
may be used in the invention, include the following compounds. 

25 (1) Transition metal imide compound represented by the following formula: 

R 21 



35 



R 24 



In the above formula. M is a transition metal atom of Group 8 to Group 10 of the periodic table, preferably 
40 nickel, palladium or platinum. 

R 21 to R 24 may be the same or different and are each a hydrocarbon group of 1 to 50 carbon atoms, a halo- 
genated hydrocarbon group of 1 to 60 carbon atoms, a hydrocarbon-substituted silyl group, or a hydrocarbon group 
substituted with a substituent containing at least one element selected from nitrogen, oxygen, phosphorus, sulfur 

and silicon. ^ k v 

45 Two or more of the groups indicated by R 21 to R . preferably adjacent groups, may be boned to each other to 

forma ring. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon -containing 
group or a nitrogen-containing group, q is an integer of 0 to 4. When q is 2 or greater, plural groups X may be the 
so same or different. 

(2) Transition metal amide compound represented by the following formula: 
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In the above formula, M is a transition metal atom of Group 3 to Group 6 of the periodic table, preferably tita- 
nium, zirconium or hafnium. 

FT and R" may be the same or different and are each a hydrogen atom, a hydrocarbon group of 1 to 50 carbon 
atoms, a halogenated hydrocarbon group of 1 to 50 carbon atoms, a hydrocarbon-substituted silyl group, or a sub- 
stituent having at least one element selected from nitrogen, oxygen, phosphorus, sulfur and silicon. 

A is an atom of Group 13 to Group 16 of the periodic table, specifically boron, carbon, nitrogen, oxygen, silicon, 
phosphorus, sulfur, germanium, selenium, tin or the like, preferably carbon or silicon. 

m is an integer of 0 or 2, and n is an integer of 1 to 5. When n is 2 or greater, plural A may be the same or 

different. . 

E isa substituent having at least one element selected from carbon, hydrogen, oxygen.halogen, nitrogen, sul- 
fur, phosphorus, boron and silicon. When m is 2, two of E may be the same or different, or may be bonded to each 
other to form a ring. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen -containing group, a sutfur-containing group, a silicon-containing 
group or a nitrogen-containing group, p is an integer of 0 to 4. When p is 2 or greater, plural groups X may be the 
same or different. 

X is preferably a halogen atom, a hydrocarbon grope of 1 to 20 carbon atoms or a sulfonate group. 
(3) Transition metal diphenoxy compound represented by the following formula: 



(AlnfO 



In the above formula, M is a transition metal atom of Group 3 to Group 1 1 of the periodic table. 
I and m are each an integer of 0 or 1. 

A and A* are each a hydrocarbon group of 1 to 50 carbon atoms, a halogenated hydrocarbon group of 1 to 50 
carbon atoms, or a hydrocarbon group or a halogenated hydrocarbon group of 1 to 50 carbon atoms each having 
a substituent containing oxygen, sulfur or silicon; and A and A' may be the same or different. 

B is a hydrocarbon group of 0 to 50 carbon atoms, a halogenated hydrocarbon group of 1 to 50 carbon atoms, 
a group represented by R 1 R*Z, oxygen or suHur. R 1 and R 2 are each a hydrocarbon group of 1 to 20 carbon atoms 
or a hydrocarbon group of 1 to 20 carbon atoms containing at least one helero atom, and Z is a carbon atom, a 
nitrogen atom, a sulfur atom, a phosphorus atom or a silicon atom. 

n is a number satisfying a valence of M. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sutfur-containing group, a silicon-containing 
group or a nitrogen -containing group. When n is 2 or greater, plural groups X may be the same or different or may 
be bonded to each other to form a ring. 

(4) Transition metal compound represented by the following formula and comprising a ligand having cyclopentadi- 
enyl skeleton containing at least on hetero atom: 
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MYc 



In the above formula, M is a transition metal atom of Group 3 to Group 1 1 of the periodic table. 
X is an atom of Group 13, Group 14 or Group 15 of the periodic table, and at least one X is an element other 
than carbon. 

Each R may be the same or different and is a hydrogen atom, a halogen atom, a hydrocarbon group, a nalo- 
genated hydrocarbon group, a hydrocarbon-substituted silyl group, or a hydrocarbon group substituted with a sul> 
strtuent containing at least one element selected from nitrogen, oxygen, phosphorus, sulfur and silicon. Two or 
more of R may be bonded to each other to form a ring. 

a is 0 or 1 , and b is an integer oM to 4 When b is 2 or greater, groups [((RUs^sl ™V be the or a rffBrerrt > 
and Rs may be bridged to each other. 

c is a number satisfying a valence of M. 

Y is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon -containing 
group or a nitrogen-containing group. When c is 2 or greater, plural groups Y may be the same or different, and may 
be bonded to each other to form a ring. 

(5) Transition metal compound represented by the formula PB(Pz) 3 MXn. 

In the above formula. M is a transition metal atom of Group 3 to Group 1 1 of the periodic table; R is a hydrogen 
atom, a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms; 
and Pz is a pyrazolyl group or a substituted pyrazolyl group 

n is a number satisfying a valence of M. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When n is 2 or greater, plural groups may be the same or different or may be 
bonded to each other to form a ring. 

(6) Transition metal compound represented by the following formula: 




In the above formula, Y 1 and Y 3 may be the same or different and are each an element of Group 15 of the peri- 
odic table, and Y 2 is an element of Group 16 of the periodic table. 

R 21 to R 28 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon group 
of 1 to 20 carbon atoms, a halogenated hydrocarbon group of 1 to 20 carbon atoms, an oxygen-containing group, 
a sulfur-containing group or a silicon-containing group, and two or more of them may be bonded to each other to 

form a ring. _ 
(7) Compound comprising a compound represented by the following formula and a transition metal atom of Group 

8 to Group 1 0 of the periodic table: 
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R 31 N— R 32 
R 33 N-R 34 



In the above formula, R 31 to R 34 may be the same or different, they are each a hydrogen atom, a halogen atom 
a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms, and 
two or more of them may be bonded to each other to form a ring. 
(8) Transition metal compound represented by the following formula: 





In the above formula, M is a transition metal atom of Group 3 to Group 1 1 of the periodic table. 

m is an integer of 0 to 3, n is an integer of 0 or 1 , p is an integer of 1 to 3, and q is a number satisfying a valence 

° f M R 41 to R 48 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon group 
of 1 to 20 carbon atoms, a halogenated hydrocarbon group of 1 to 20 carbon atoms, an oxygen-containing group, 
a sulfur-containing group, a silicon-containing group or a nitrogen-containing group, and two or more of them may 
be bonded to each other to form a ring. j 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When q is 2 or greater, plural groups X may be the same or different or may 
be bonded to each other to form a ring. 

Y is a group to bridge a boratabenzene ring and is carbon, silicon or germanium. 

A is an element of Group 1 4, Group 1 5 or Group 1 6 of the periodic table. 

(9) Transition metal compound other than the aforesaid compound (4) and containing a ligand having cyclopenta- 
dienyl skeleton. 

(10) Compound containing magnesium, titanium and halogen as essential ingredients 

The olefin polymerization catalyst according to the invention comprises the transition metal compound (A-1) or 
(A-2), and optionally. It may further comprise at least one compound (B) selected from the group consisting of: 

(B-1) an organometallic compound, 

(B-2) an organoaluminum oxy-compound, and 

(B-3) a compound which reacts with the transition metal compound (A-1) or (A-2) to form an ion pair. 
[021 7] Next, each compound as the component (B) is described. 
Omano metallic compound 

[02181 Examples of the organometallic compounds (B-1) which are optionally used in the invention include organo- 
metallic compounds containing metals of Group 1 , Group 2, Group 12 and Group 13 of the periodic table, such as those 
described below. 
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(B-ia) Organoaluminum compound represented by the following formula: 

R^AKQR^HpXq 

wherein R a and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms; X Is a halogen atom; and m, n, p and q are numbers satisfying the conditions of 0<ms3, 
0sn<3, 0^p<3, 0^q<3 and m+n+p+q = 3 . , t| , 

(B-1b) Alkyl complex compound comprising a metal of Group 1 and aluminum and represented by the following for- 
mula: 

M 2 AIR a 4 

wherein M 2 is Li, Na or K; and R a is a hydrocarbon group of 1 to 15 carbon atoms, preferably 1 to 4 carbon atoms. 
(B-1c) Dialkyl compound containing a metal of Group 2 or Group 12 and represented by the following formula: 

wherein R G and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms; and M 3 is Mg, Zn or Cd. 

[021 9] Examples of the organoaluminum compounds (B-1 a) include: 

an organoaluminum compound represented by the following formula: 

R a m AI(OR b ) 3 wn 

wherein R a and R b may be the same or different and are each a hydrocarbon grcup of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms, and m as preferably a number satisfying the condition of 1 .5sms3; 
an organoaluminum compound represented by the following formula: 

R fi mAlX3. m 

wherein R a is a hydrocarbon group of 1 to 15 carbon atoms, preferably 1 to 4 carbon atoms, X is a halogen atom, 

and m is preferably a number satisfying the condition of 0<itk3; 

an organoaluminum compound represented by the following formula: 

wherein R a is a hydrocarbon group of 1 to 15 carbon atoms, preferably 1 to 4 carbon atoms, and m is preferably a 

number satisfying the condition of 2^m<3; 

and 

an organoaluminum compound represented by the following formula; 

R^AKOR^Xq 

wherein R a and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms, X is a halogen atom, and m, n and q are numbers satisfying the conditions of 0<ms3, 
0^n<3, 0^q<3 and rmn+q = 3 

[0220] Particular examples of the organoaluminum compounds (B-la) include: 

tri-n-alkylaluminums. such as trimethylaluminum. triethylaluminum, tri-n-butylaJuminum. tripropylaluminum. trip- 
en tyialurninum, trihexylaluminum, trioctytaluminum and tridecylaluminum; 

branched-chain trialkylaluminums. such as triisopropyl aluminum, triisobutylaluminum, tri-sec-butylaluminum, tri- 
tert^utylaluminum, tri-2-methylbutylaluminum, tri-3-methylbutyl aluminum, tri-2-methylpentylaluminum, tri-3-meth- 
yipentylaluminum, tri-4-methylpentylaluminum, tri-2-methylhexylaluminum. tri-3-methylhexylaluminum and tri-2- 
ethylhexylaluminum; 

tricycloalkylaluminums. such as tricyclohexyl aluminum and tricydooctylaluminum; 
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triaryialuminums. such as triphenylalumihum and tritolylaluminum; 

dialkytaluminum hydrides, such as diisobutylaluminum hydride and diisobutylaluminum hydride; 
thalkenylaluminurns, e.g.. those represented by the formula (i-C 4 H 9 )xAl y (C5H 1 o) i (wherein x. y and z are each a 
positive number, and zs2x), such as isoprenylaluminum; 

alkylaluminum alkoxides, such as isobutytaluminum methoxide, isobutylaluminum ethoxide and isobutylaluminum 
isopropoxkJe; 

dialkytaluminum alkoxides, such as dimethylaluminum methoxide, diethylaluminum ethoxide and dibutylaluminum 
butoxide; 

alkytaluminum sesquialkoxides, such as ethylaluminum sesquiethoxide and butylaluminum sesqufcutoxkte; 
partially alkoxylated alkytaluminums, such as those having an average composition represented by 

ll^m^um aryloxides, such as diethylaluminum phenoxide. diethylatumiruim(2,6^i-t-butyt-4-methylphenox- 
tde), ethyialuminumbis (2,6-di-t-butyt-A-methytphenoxide), diisobutylalunwm(2 t 6-di*biJtyM^ 
and isobu^aluminumbis(2,6<Ji4^uty1-4-methylphenox'de) 

dialkytaluminum halides, such as dimethylaluminum chloride, diethylaluminum chloride, cfibutylaluminum chloride, 
diethylaluminum bromide and diisobutylaluminum chloride; 

alkylaluminum sesquihalides, such as ethylaluminum sesquichloride, butylaluminum sesquichloride and ethylalu- 
minum sesqutoromide, ' ' 
partially halogenated alkytaluminums, such as ethylaluminum dichloride, propytaluminum dichioride and butylalu- 
minum dibromide; 

dialkylaluminum hydrides, such as diethylaluminum hydride and dibutylaluminum hydride; 

partially hydrogenated alkylaluminums, e.g., alkylaluminum dihydrides. such as ethylaluminum dihydride and pro- 

pyialuminum dihydride; and 

partially alkoxylated and halogenated alkylaluminums, such as ethylaluminum ethoxychloride, butylaluminum 
btrtoxychloride and ethylaluminum ethoxybromide. 

[02211 Also employable are compounds analogous to the organoaluminum compound (B-1a). For example, there can 
be mentioned organoaluminum compounds wherein two or more aluminum compounds are combined through a nitro- 
gen atom, such as (C 2 H 5 )2AIN(C 2 H 5 )AI(C 2 H 5 ) 2 . 

[0222] Examples of the compounds (B-1b) include LiAI(C 2 H5) 4 and LiAl(C7H 15 ) 4 . 

[0223J Other compounds, also employable as the organometallic compounds (B-1 ) include methylRthium, ethyllithium, 
propyllithium, butyllrthium, methylmagnesium bromide, methylmagnesium chloride, ethyl magnesium bromide, ethyl- 
magnesium chloride, propylmagnesium bromide, propylrnagnesium chloride, butyl magnesium bromide, butylmagne- 
sium chloride, di methylmagnesium, diethyimagnesium, dibutyl magnesium and butyl ethylmagnesium, 
[02241 Combinations of compounds capable of producing the above-mentioned organoaluminum compounds in the 
polymerization system, e.g., a combination of halogenated aluminum and alkyllithium and a combination of halogen- 
ated aluminum and alkylmagnesium, are also employable. 

[02251 Of the organometallic compounds (B-1), the organoaluminum compounds are preferable. 

[02261 The organometallic compounds (B-1) mentioned above are used singly or in combination of two or more kinds. 

(B-21 Oroan naluminum oxy-compound 

[02271 The organoaluminum oxy-compound (B-2) which is optionally used in the invention may be conventional alu- 
minoxane or a benzene-insoluble organoaluminum oxy-compound such as exemplified in Japanese Patent Laid-Open 
Publication No. 78687/1990. 

[02281 The conventional aluminoxane can be prepared by. for example, the following processes, and is generally 
obtained as a hydrocarbon solvent solution. 

(1) An organoaluminum compound such as trialkyialuminum is added to a hydrocarbon medium suspension of a 
compound containing adsorption water or a salt containing water of crystallization, e.g., magnesium chloride 
hydrate, copper sulfate hydrate, aluminum sulfate hydrate, nickel sulfate hydrate or cerous chloride hydrate, to allow 
the organoaluminum compound to react with the adsorption water or the water of crystallization. 

(2) Water, ice or water vapor is allowed to directly act on an organoaluminum compound such as trialkyialuminum 
in a medium such as benzene, toluene, ethyl ether or tetrahydrofuran. 

(3) An organotin oxide such as dimethyltin oxide or clibutyltin oxide is allowed to react with an organoaluminum 
compound such as trialkyialuminum in a medium such as decane, benzene or toluene. 

I0229J Th aluminoxane may contain a small amount of an organometallic component. Further, it is possible that the 
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solvent or the unreacted organoalurrtnum compound is distilled off from the recovered solution of aluminoxane and the 
remainder is redissolved in a solvent or suspended in a poor solvent for aluminoxane. 

[0230] Examples of the organ oalumirtum compounds used for preparing the aluminoxane include the same organoa- 
luminum compounds as previously described with respect to the organoalurrtnum compound (B-1 a). Of these, prefer- 
able are trialkylaluminums and tricycloalkylalurriinums. Particularly preferable is trimetrrylaluminum 
[0231] The organoaluminum compounds are used singly or in combination of two or more kinds. 
[0232] Examples of the solvents used for preparing the aluminoxane include aromatic hydrocarbons, such as ben- 
zene, toluene, xylene, cumene and cymene: aliphatic hydrocarbons, such as pentane, hexane. heptane, octane, 
decane, dodecane, hexadecane and octadecane; aBcyclic hydrocarbons, such as cyclopentane, cydohexane, cydooc- 
tane andmethylcydoperrtane; petroleum fractions, such as gasoline, kerosine and gas oil; and nalogenated products 
of these aromatic, aliphatic and alicyclic hydrocarbons (e.g., chlorinated or brominated products thereof). Also employ- 
able are ethers such as ethyl ether and tetrahydrofuran. Of the solvents, particularly preferable are aromatic hydrocar- 
bons and aliphatic hydrocarbons. 

[0233] The benzene-i nsoluble organoaluminum oxy-compound for use in the invention is preferably an organoalumi- 
num oxy-compound containing an Al component which is soluble in benzene at 60 °C, in an amount of usually not more 
than 1 0 %, preferably not more than 5 %, particularly preferably not more than 2 %, in terms of Al atom. That is, the 
benzene-insoluble organoaluminum oxy-compound is preferably insoluble or sparingly soluble in benzene. 
[0234] The organoaluminum oxy-compound for use in the invention is. ior example, an organoaluminum oxy-com- 
pound containing boron and represented by the following formula (IV): 

R 21 R 20 R 21 

Al-O— B— O-AI 

wherein R 2D is a hydrocarbon group of 1 to 1 0 carbon atoms; and each R 21 may be the same or different and is a hydro- 
gen atom, a halogen atom or a hydrocarbon group of 1 to 10 carbon atoms. 

[0235] The organoaluminum compound containing boron and represented by the formula (IV) can be prepared by 
allowing an alkylboronic acid represented by the following formula (V): 

R 20 -B-(OH) 2 M 

wherein R 20 is the same group as described above, to react with an organoaluminum compound in an inert solvent at 

a temperature of -80 °C to room temperature for 1 minute to 24 hours under an inert gas atmosphere. 

[0236] Examples of the alkylboronic adds represented by the formula (V) include methylboronic acid, ethylboronic 

acid, isopropylboronic acid, n-propylboronic acid, n-butytboronic acid, isobutylboronic acid, n-hexylboronic acid. 

cydohexylboronic acid, phenyiboronic acid. 3.5-difluorophenylboronic acid, pentafluorophenylboronic acid and 3,5- 

bis(trifluorometnyl)phenylboronic acid. Of these, preferable are methylboronic add, n-butylboronic acid, isobutylboronic 

acid, 3,5-difluorophenylboronic acid and pentafluorophenylboronic acid. 

[0237] These alkylboronic acids are used singly or in combination of two or more kinds. 

[0238] Examples of the organoaluminum compounds to be reacted with the alkylboronic acid include the same orga- 
noaluminum compounds as previously described with respect to the organoaluminum compound (B-1 a). Of these, pref- 
erable are trialkylaluminums and tricycloalkylaluminums. Particularly preferable are trimethylaluminum, 
triethylaluminum and triisobutylaluminum. These organoaluminum compounds are used singly or in combination of two 
or more kinds. 

[0239] The organoaluminum oxy-compounds (B-2) mentioned above are used singly or in combination of two or more 
kinds. 

(B-3) Compound which reacts with the transition m etal compound to form ion pair 

[0240] The compound (B-3) which reacts with a transition metal compound to form an ion pair (referred to as "ionizing 
ionic compound" hereinafter), that is optionally used in the invention, is a compound which reacts with the aforesaid 
transition metal compound (A-1) or (A-2) to form an ion pair, so that any compound which forms an ion pair by the con- 
tact with the transition metal compound (A-1) or (A-2) is employable as the compound (B-3). 
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102411 Examples of such compounds includes Lewis acids, an ionic compounds, borane compounds and cataaane 
expounds Ascribed in Japanese Patent Laid-Open Publications No. 501950/1989. No. 502036^989, No 
179005/1991 . No. 179006/1991 . No. 207703/1991 and No. 207704/1991 . and U.S. Patent No. 5.321.106. A heteropoly 
compound and an isopoly compound may also be employed. 

102421 The Lewis acids are. for example, compounds represented by BR 3 (R is fluorine or a phenyl groi* whKhmay 
have a substituent such as fluorine, methyl or trifluoromethyl). Examples of such compounds include trifluorotoron. 
triphenylboron; tris(4-fluorophenyl)bcron, tri^S.&dBluorophenyOboron. tris(4-1luc<ome1nytpheny1)boron. tr.s(pen- 
tafluoropheriyflboron,tris(p-toly1)boron^ 

[0243J The ionic compounds are, for example, compounds represented by the following formula (VI): 

r24 

R^-B-R 25 

R 26 (VI) 

[02441 In the above formula, R 22 is H\ caibonium cation, oxonium cation, ammonium cation, phosphonium cation, 
cycloheptyltrienyl cation, ferrocenium cation having a transition metal, or the like. 

[02451 R 23 to R 26 may be the same or different and are each an organic group, preferably an aryl group or a subse- 

[O^r^Examples of thecarbonium cations include tri -substituted carbonium cations, such as triphenylcarbonium cat- 
ion tri(methytohenyl)carbonium cation and tri(dimethylphenyl)carbonium cation. 

[02471 Examples of the ammonium cations include trialkylammonium cations, such as tnmethylammon.um cabon tn- 
ethylammonium cation, tripropylammonium cation, tributylammonium cation and tri(n-buty^ammonwm raft^ N.N- 
dialkylanflinium cations, such as N.^dimethylanilinium cation. N.N-diethytanilin,um cabon and N.^H»toJJ 
anilinium cation; and dialkylammonium cations, such as di(isopropyl)ammonium cation and d.cyclohexylammon.um 

ESS Examples of the phosphonium cations include triarylphosphonium cations, such as tripheriylphosphonium cat- 
ion, !r!(methylphenyl)phosphonium cation and tri(dimethy1pheny1)phosphoniurn cation 

[02491 R 22 is preferably carbonium cation or ammonium cation, particularly preferably triphenylcarbonium cation, 
N.N-dimethytanilinium cation or N.Nndiethytanilinium cation. ^.^niiinhim «i» n 

[02501 Also employable as the ionic compound is a trialkyl-substituted ammonium salt, a N,N-dialkytanilinium salt, a 
dialkylammonium salt or a triarylphosphonium salt. 

[0251 1 Examples of the trialkyl-substituted ammonium sate include triethylamnx)niumtetra(phenyt)boron. trip^opylam- 
moniumtetra(phenyl)boron.tri(n-butyl)ammoniumtetra(phenyl)boron. trimethylamrTX>niunTtetra{p-tolyOboron^.methyt- 
ammoniumtetra(o-tolyOboron. tri(n*utyOamrrioniurntetra(pentafluorophenyOboron. ^P r ^ amm °™""f^ 
dimethylphenyOboron. tri(n-butyl)ammoniumtetra(m.m-dimethylphenyr)boron. tr.(n43uty0ammon.umtetra(Mnfluor- 
omethytphenyf)boron. Iri(n-butyl)ammoniumte1ra(3.5-ditrifluoromethylphenyl)boron and tri(n-butyl)arnmon.umtetra(o- 

[OZsJ'Txamples of the N.N-dialkylanilinium salts include N,N-dimethylaniliniumtetra(phenyi) boron. N,N-diethylanPin- 
iurTrtetra(pheny1)boronandN,N-2.4.6-pentamethylaniliniumte1ra(phenyl)boron. 

[02531 Examples of the dialkylammonium sate include di(1-propy1)ammoniumtetra(pentafluorophenyl)boron and 
dicvclohexylammonlumtetra(phenyl)boron. 

T0254I Further employable as the ionic compounds are tripheriylcarbeniumtetrakis(pentafluorophenyl)borate, N.N- 
dimethylaniliniumtetr a Ws(pentafluorophenyDborate. ferroceniumtetrafcentafluorophenyflborate. tnpl^ylcarbe- 
niumpentaphenylcyclopentadienyl complex. N,N-diethylaniliniumpentaphenylcyclopentad.enyl complex and a boron 
compound represented by the formula (VII): 
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4 



(VII) 



wherein Et is an ethyl group, or the formula (VIII): 




(VIII) 



[0255] Examples of the borane compounds include: 
decaborane (14); 

salts of anions, such as bis[tri(n-butyl)ammonium]nonaborate, Bisltn^n-butyljammoniumldecaborate, bis[tn(n- 
butyl)ammonium]undecaborale, bis[tri(n-butyl)ammonium]dodecaborate f bis[tri(n-butyl)ammonium)decachloro- 
decabqrate and bis[tri(n-butyl)ammonium]dodecachlorododecaborate; and 

salts of metallic borane anions, such as tnXn-butyl)ammoniumbis(dc<Jec ("0 and 

bis[tri<n-butyl)ammonium]bis-(dadecahyd^ 

[0256] Examples of the carborane compounds include: 

salts of anions, such as 4-carbanonaborane(14), 1 ,3-dicarbanonaborane(i 3), 6.9-dicarbadecaborane (14), dodec- 
ahydrido-1-phenyl-1,3-dicarbanonaborane, dodecahydrido-1 -methyl -1 ,3-dicarbanonaborane, undecahydrido-1,3- 
dimethyl-1,3-dicarbanonaborane, 7,8<licarbaundecaborane(13). 2,7-dicarbaundecaborane(13), undecahydrido- 

7.8- dimethyl-7,8-dicarbaundecaborane. dodecahydrido-i l-methyt-2,7-dicarbaundecaborane, tri(n-butyl)ammo- 
nium-1-carbadecaborate, tri(n-butyl)ammonium-1-carbaundecaborate, tri(n-txrtyl)ammonium-1 -carbadodecabo- 
rate, tri(n-butyI)ammortum-l-trimethylsilyl-l-carbadecaborate, tri(n-butyOammoniurnbromo-l-carbadodecaborate, 
tri(n-butyl)ammonium-6-carbadecaborate(1 4), tri(n-butyl)ammonium<6-carbadecaborate(1 2), tri(n-butyl)ammo- 
nium-7-carbaundecaborate(13), tri(n4xJtyl)amnrx>niuni-7,8-dicarbaundecaborate(12) f tri(n-butyl)ammonium-2,9- 
dicarbaundecaborate(12). tri(n-btityl)ammoniumdodecar^ tri(n- 
butyl)ammoniumundec^riydrido-8^hyl-7,9-dic»rbaundecaborate, tri(n-butyl)ammoniumundecahydrido-8-butyl- 

7.9- dicarbaundecaborate, tri(rvbutyQammoniumundecahydrido-8^^ tri(n-butyl)amrno- 
m'umuridecahydrido-9-trimethy^ and tri(n-butyl)ammoniumundecahydrido-4,6- 
dibromo-7-carbaundecaborate ; and 

salts of metallic carborane anions, such as fri(n-butyl)ammc<iiurnWs 

tate(lll), tri(n-butyl)amnxiniumbis(undecahydricto-^ dicarbaundecaborate)ferrate(lll). tri(n-butyl)ammoni- 
unt)is(urdecahydrido-7^^^ tri(n-butyl)ammoniumbis(undecahydrido-7 t 8- 
dicarbaundecaborate)nickelate(lll), tri(n-butyl)amrnoniumbis{uridecahydrido-7,8-dicarbaundecabc- 
rate)cupratB(IIO,tnXn-butyOammoni tri(n-butyl)ammoni- 
uiTtois(nonahydrido-7,8^imethyi-7^ tri(n-buty1)ammoniumbis(nonahydrido-7,8- 
dimethyl-7,8-dicarbaurxJecaborate)chrorriate(lll), tri(n-buty1)ammoniumbis(tribro 

caborate)cobaltate(lll), trisflri(n-butyQamrTOnium]bis(^ bis [tn(n- 

butyt)ammonium] bis(undecahydrido-7-carbaundecaborat )manganate(IV). bis[tri{n-butyi)ammonium]bis(undec- 
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ahydrido-7-carbaundecaborate)cobaltate (III) and bis [trKn4xjtyl)ammonium]bis(undecahydrido-7-cait»aundecabo- 
rate)nickelate{IV). 

[02571 The heteropoly compound comprises an atom of silicon, phosphorus, titanium, germanium, arsenic or tin and 
one or more atoms selected from vanadium, niobium, molybdenum and tungsten. Examples of such compounds 
include phosphovanadic acid, germanovanadic acid, arsenovanadic acid, phosphoniobic aad. germanpniobic acid, sll- 
icomolybdic acid, phosphomolybdic add. titanomolybdic acid, germanomolybdic acid, areenomolybdicaod, stannomo- 
lybdic acid, phosphotungstic acid, germanotungstic add. stannotungstic acid, phosphomolybdovanadlc aad. 
phosphotungstovanadic acid, germanotaungstovanadic add, phosphomolybdotungstovanadic aad, germanomolyb- 
dotungstovanadic add, phosphomolybdotungstic acid, phosphomolybdoniobic acid, metallic salts of these acidsjpe- 
cifically, satts of these adds, for example with metals of Group 1 or 2 of the periodic table such as Mhium sodium^ 
potassium, rubidium, cesium, beryllium, magnesium, caldum. slrontium and barium, organic salts of the above adds 
such as triphenytethyi salt, and isopoly compounds, but not limited thereto 

[0258] These heteropoly compounds and isopoly compounds may be used singly or in combination of two or more 

|Sl The ionizing ionic compounds (B-3) mentioned above may be used singly or in combination of two or more 

Si When the trandSon metal compound (A-1) or (A-2) is used as a catalyst, an olefin polymer having a high 
molecular weight can be obtained with a high polymerization activity. If the organoaluminum axy-compoundjB-2) such 
as methylaluminoxane is used as a cocatalyst component in combination, the catalyst exhibits an extremely high polym- 
erization activity tor the olefins. If the ionizing ionic compound (B-3) such as tripheriylcamon.urntelratas(penta«uoroph- 
enyDborate is used as a cocatalyst component, an olefin polymer having an extremely high molecular weight can be 
obtained with an excellent activity. * _ . _ . . 

[02611 In the olefin polymerization catalyst of the invention, the below-described earner (C) can optionally be used, in 
addition to the above-mentioned transition metal compound (A-1) or (A-2) and at least one compound (B) selected from 
the organometallic conpound (B-1). the organoaluminum oxy-compound (B-2) and the ionizing ionic compound (B-3). 

(C\ Carrier 

[02621 The canier (C) optionally used in the invention is an inorganic or organic compound in the form of granular or 
particulate solid. As the inorganic compounds, porous oxides, inorganic chlorides, day, clay minerals or .on-exchange 
layered compounds are preferable. _ _ • 

[02631 Examples of the porous oxides indude Si0 2 , MgO, ZiO. TiOz. BjOg. CaO. ZnO, BaO. ThO, and com- 

plex compounds or mixtures containing these oxides, such as natural or synthetic zeolite, Si0 2 -MgO, frffe-Al^. S.0 2 - 
Ti0 2 . SI0 2 -, V 2 O s . SI0 2 -Cr 2 03 and SI0 2 -Ti0 2 -MgO. Of these, preferable are compounds containing SiOz and/or Al^g 
as the main component . „. 

[02641 The inorganic oxides may contain small amounts of carbonate, sulfate, nitrate and oxide components such as 
Na,CO s K 2 C0 3 . CaCO,. MgC0 3 . NagSO* AI^SO^, BaS0 4 . KN0 3 . Mg(N0 3 ) 2 , AI(N0 3 ) 3 , Na a O. K 2 0 and U 2 0. 
[02651 Although the porous oxides differ in their properties depending upon the type and the preparation process 
thereof, the carrier preferably used in the invention has a particle diameter of 101O300 1*1. preferably 20 to 200 ^m. a 
spedfic surface area of 50 to 1 .000 rr^/g. preferably 100 to 700 nrVg. and a pore volume of 0.3 to 3.0 cm /g. If neces- 
sary, the carrier may be calcined at 1 00 to 1 .000 «C, preferably 1 50 to 700 ">C. prior to use 

[0266] Examples of the inorganic chlorides employable in the invention include MgCI 2 . MgBr 2 . MnCb and MnBr 2 . The 
inorganic chloride may be used as it is. or may be used after pulverized by. for example, a ball mill or an oseiUatng mBK 
The inorganic chloride may also be used as fine partides of a obtained by dissolving me inorganic chloride in a solvent 
such as alcohd and then predpitating using a precipitant. , tl tnn 

[02671 The clay enployable as a carrier in the invention is generally composed mainly of clay minerals. The ion- 
exchange layered-compounds employable as a carrier in the invention is compounds having a crystal ^u«ure wherein 
planes formed by ionic bonding or the like are laminated in parallel to one another with a weak bond strength, and the 
ions contained therein are exchangeable Most of clay minerals are ion-exchange layered compounds. The day. me 
clay minerals and the ion-exchange layered compounds employable in the invention are not limited to natural ones but 

[0268? ISan^feTofsuch clay, clay minerals and ion-exchange layered compounds indude day, clay minerals and ion 
crystalline conpounds having layered cryslal strurtures such as hexagonal closest packing type, antimony type, CdU 2 

type and Cdlo type. -in 
[02691 Particular examples of the clay and the day minerals include kaolin, bentonite, Wbushi clay, gairome^f. allo- 
phane hidngerite. pyrophyllite, mica, montmorillonrte, vermiculite; chlorite, patygorskite, kaolm.te. nacrite, dK*ite ana 
halloysrte Particular examples of the ^exchange layered compounds include crystalline acid salts of polyvalent met- 
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als. such as a-ZrCHAsO^ • H2O. a-Zr(HP0 4 ) 2 . a-Zr(KP0 4 )2 • 3H 2 0. a-Ti(HP0 4 ) 2 , a-TlfHAsO^ • H s O. a-Sn(HP0 4 )2 ■ 
H 2 0, r-ZrtHP04) 2 . Y-T1(HP0 4 ) 2 and y-Ti{NH 4 PO d )2 • HfeO, 

[0270] The clay, the clay minerals and the ion-exchange layered compounds are preferably those having a pore vol- 
ume, as measured on pores having a radius of not less than 20 A by a mercury penetration method, of not less than 0. 
5 1 cc/g, and are particularly preferably those having a pore volume of 0.3 to 5 cc/g. The pore volume is measured on the 
pores having a radius of 20 to 3xi o 4 A by a mercury penetration method using a mercury porosimeter. 
[0271 ] If a compound having a pore volume, as measured on pores having a radius of not less than 20 A, of less than 
0.1 cc/g is used as the carrier, high polymerization activity tends to be hardly obtained. 

[0272] It is also preferable that the clay and the clay minerals to be used in the invention are subjected to chemical 
10 treatments. Any of surface treatments, for example, to removB impurities attached to the surface and to influence on the 
crystal structure of the clay, are employable. Examples of such chemical treatments include acid treatment alkali treat- 
ment, salt treatment and organic substance treatment The acid treatment can contribute to not only removing impuri- 
ties from the surface but also eluting cations such as Al, Fe and Mg present in the crystal structure to increase the 
surface area. The alkali treatment can destroy crystal structure of clay to bring about change in the structure of the clay. 
15 The salt treatment and the organic substance treatment can produce, for example, ionic composites, molecular com- 
posites, or organic derivative to change the surface area or the distance between layers. 

[0273] The ion-exchange layered compound for use in the invention may be a layered compound in which the 
exchangeable ions between layers have been exchanged with other large and bulky ions utilizing ion exchange proper- 
ties to enlarge the distance between the layers. The bulky ion plays a pillar-like roll to support the layer structure and is 

20 generally called a "pillar". Introduction of other substances between layers of a layered compound is called "intercala- 
tion" Examples of the guest compounds to be intercalated include cationic inorganic compounds, such as TICU and 
ZrCI 4 ; metallic altoddes, such as Ti(OR) 4 . Zr(OR) 4 , PO(OR) 3 and B(OR) 3 (R is a hydrocarbon group or the like); and 
metallic hydroxide ions, such as [Ah 3 0 4 (OH) 24 ] 7+ , [Zr 4 (OH) 14 ] 2 * and [Fe^OfOCOCH^eT 
[0274] The compounds mentioned above may be used singly or in combination of two or more kinds. 

25 [0275] The intercalation of the compounds may be carried out in the presence of polymers obtained by hydrolysis of 
metallic alkoxides such as Si(0R) 4 . AI(OR) 3 and Ge(OR) 4 (R is a hydrocarbon group or the like) or in the presence of 
colloidal inorganic compounds such as SKD 2 . Examples of the pillars include oxides produced by intercalation of the 
above-mentioned metallic hydroxide ions between layers, followed by dehydration under heating. 
[0276] The clay, clay minerals and ion-exchange layered compounds mentioned above may be used as they are, or 

30 may be used after they are subjected to a treatment of ball milling, sieving or the like. Moreover, they may be used after 
they are subjected to water adsorption or dehydration under heating. The clay, clay minerals and ion-exchange layered 
compounds may be used singly or in combination of two or more kinds. 

[0277] Of the above-mentioned materials, preferable are clay and clay minerals, and particularly preferable are 
montmorillonite, vermiculite, hectorite. tenorite and synthetic mica. 
35 [0278] The organic compound is, for example, a granular or particulate solid compound having a particle diameter of 
10 to 300 urn. Examples of such compounds include (co)polymers produced using an oolefin of 2 to 14 carbon atoms 
such as ethylene, propylene, 1 -butene or 4-methyl-l -perrtene as a main ingredient, (copolymers produced using vinyl- 
cyciohexane or styrene as a main ingredient, and modified products thereof. 

[0279] The olefin polymerization catalyst of the invention may further comprise the below-described specific organic 
40 compound CD), if necessary; in addition to the transition metal oompound (A-l) or (A-2), at least one compound (B) 
sel cted from the organometallic compound (B-1), the organoaJuminum oxy-compound (B-2) and the ionizing ionic 
compound (B-3). and the optionally used earner (C). 



(Dl Organic c ompound component 

45 

[0280] . In the present invention, the organic compound component (D) is optionally used to improve polymerizabilrty 
and properties of the resulting polymer. Examples of the organic compounds include alcohols, phenolic compounds, 
carboxylic acids, phosphorus compounds and sulfonates, but not limited thereto. 

[0281] As the alcohols and the phenolic compounds, those represented by R 31 -OH (R 31 is a hydrocarbon group of 1 
so to 50 carbon atoms or a halogenated hydrocarbon group of 1 to 50 carbon atoms) are generally employed. Preferable 

alcohols are those wherein R 31 is a halogenated hydrocarbon group. Preferable phenolic compounds are preferably 

those wherein the a.a'-positions to the hydroxyl group are substituted with hydrocarbon groups of 1 to 20 carbon atoms. 

[0282] As the carboxylic acids, those represented by R 32 -COOH (R 32 is a hydrocarbon group of 1 to 50 carbon atoms 

or a halogenated hydrocarbon group of 1 to 50 carbon atoms, preferably a halogenated hydrocarbon group of 1 to 50 
55 carbon atoms) are generally employed. _ 

[0283] As the phosphorus compounds, phosphoric acids having P-O-H bond, phosphates having P-OR bond or P=0 

bond and phosphine oxide compounds are preferably employed. 

[0284] The sulfonates used in the invention are those represented by the following formula (IX): 
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(IX) 



[0285] in the above formula, M is an element of Group 1 to Group 1 4 of the periodic table. 

[0286] R® 3 is hydrogen, a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 
carbon atoms. 

[0287] X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydro- 
carbon group of 1 to 20 carbon atoms, 
[0288] m is an integer of 1 to 7, and 1 sn^7. 

[0289] In each of Fig. 1 and Fig. 2, a process for preparing the olefin polymerization catalyst of the invention is shown. 
[0290] Next, the process for olefin polymerization is described. 

[0291] The process for olefin polymerization according to the invention comprises (co)polymerizing an olefin in the 
presence of the catalyst described above. 

[0292] In the polymerization, any method of using and feeding and any order of feeding of the components can be 
selected, and, some examples are given below. 

(1) The transition metal compound (A-1) or (A-2) (simply referred to as "component (A) n hereinafter) is fed to the 
polymerization reactor. 

(2) The component (A) and at least one compound (B) selected from the organometallic compound (B-1), the orga- 
noaluminum oxy-compound (B-2) and the ionizing ionic compound (B-3) (simply referred to as "component (B)" 
hereinafter) are fed to the polymerization reactor in an arbitrary order. 

(3) A catalyst obtained by previously contacting the component (A) with the component (B) is fed to the polymeri- 
zation reactor. 

(4) A catalyst component obtained by previously contacting the component (A) with the component (B), and the 
component (B) are fed to the polymerization reactor in an arbitrary order. In this case, the components (B) may be 
the same or different 

(5) A catalyst component wherein the component (A) is supported on the carrier (C), and the component (B) are 
fed to the polymerization reactor in an arbitrary order. 

(6) A catalyst wherein the component (A) and the component (B) are supported on the carrier (C) is fed to the 
polymerization reactor. 

(7) A catalyst component wherein the component (A) and the component (B) are supported on the carrier (C), and 
the component (B) are fed to the polymerization reactor in an arbitrary order. In this case, the components (B) may 
be the same or different. 

(8) A catalyst component wherein the component (B) is supported on thB carrier (C), and the component (A) are 
fed to the polymerization reactor in an arbitrary order. 

(9) A catalyst component wherein the component (B) is supported on the carrier (C), the component (A) and the 
component (B) are fed to the polymerization reactor in an arbitrary order. In this case, the components (B) may be 
the same or different 

(10) A component wherein the component (A) is supported on the carrier (C). and a component wherein the com- 
ponent (B) is supported on the carrier (C) are fed to the polymerization reactor in an arbitrary order. 

(11) A component wherein the component (A) is supported on the carrier (C), a component wherein the component 
(B) is supported on the carrier (C), and the component (B) are fed to the polymerization reactor in an arbitrary 
order. In this case, the components (B) may be the same or different 

(12) The component (A), the component (B) and the organic compound component (D) are fed to the polymeriza- 
tion reactor in an arbitrary order. 

(13) A component obtained by previously contacting the component (B) with the component (D), and the compo- 
nent (A) are fed to the polymerization reactor in an arbitrary order. 

(14) A component wherein the component (B) and the component (D) are supported on the carrier (C), and the 
component (A) are fed to the polymerization reactor in an arbitrary order. 

(15) A catalyst component obtained by previously contacting the component (A) with the component (B), and the 
component (D) are fed to the polymerization reactor in an arbitrary order. 




117 



EP0 990 664A1 

(16) A catalyst component obtained by previously contacting the component (A) with the component (B). the com- 
ponent (B) and the component (D) are fed to the polymerization reactor in an arbitrary order. 

(17) A catalyst component obtained by previously contacting the component (A) with the component (B). and a 
component obtained by previously contacting the component (B) with the component (D) are ted to the polymeri- 
zation reactor in an arbitrary order. 

(18) A component wherein the component (A) is supported on the carrier (C), the component (B) and the compo- 
nent (D) are fed to the polymerization reactor in an aibitrary order. 

(19) A component wherein the component (A) is supported on the carrier (C). and a component obtained by previ- 
ously contacting the component (B) with the component (D) are ted to the polymerization reactor in an arbitrary 
order. 

(20) A catalyst component obtained by previously contacting the component (A), the component (B) and the com- 
ponent (D) with one another is fed to the polymerization reactor. 

(21 ) A catalyst component obtained by previously contacting the component (A), the component (B) and the com- 
ponent (D) with one another, and the component (B) are fed to the polymerization reactor in an arbitrary order. In 
this case, the components (B) may be the same or different. 

(22) A catalyst wherein the component (A), the component (B) and the component (D) are supported on the carrier 
(C) is fed to the polymerization reactor. 

(23) A catalyst component wherein the component (A), the component (B) and the component (D) are supported 
on the carrier (C), and the component (B) are fed to the polymerization reactor in an arbitrary order. In this case, 
the components (B) may be the same or different. 

[0293] An olefin may be prepdymerized onto a solid catalyst component wherein the component (A) and the compo- 
nent (B) are supported on the carrier (C). , 
[0294] In the process for olefin polymerization according to the invention, an olefin is polymerized or copolymenzee 
in the presence of the olefin polymerization catalyst described above to obtain an olefin polymer. 
[0295] In the present invention, the polymerization can be carried out as any of liquid phase polymerization, such as 
solution polymerization or suspension polymerization, and gas phase polymerization. 

[0296] Examples of inert hydrocarbon media for use in the liquid phase polymerization include aliphatic hydrocarbons, 
such as propane, butane, pentane, hexane, heptane, octane, decane, dodecane and kerosine; alicyclic hydrocarbons, 
such as cyciopentane, cyclohexane and methylcydopentane; aromatic hydrocarbons, such as benzene, toluene and 
xylene; halogenated hydrocarbons, such as ethylene chloride, chlorobenzene and dichloromethane; and mixtures of 
these hydrocarbons. The olefin Itself can be used as the solvent. 

[0297] In the polymerization of an olefin using the olefin polymerization catalyst, the component (A) may be used in 
an amount of usually 10' 12 to 10~ 2 mot. preferably lO' 10 to 10' 3 mol, based on 1 liter of the reaction volume. In the 
present invention, even if the component (A) is used in a relatively low concentration, an olefin can be polymerized with 
a high polymerization activity. . 
[0298] The component (B-1) may used in such an amount that the molar ratio of the component (B-1 ) to the transition 
metal atom (M) in the component (A) ((B-1)/(M)) becomes usually 0.01 to 100,000. preferably 0.05 to 50.000. 
[0299] The component (B-2) may be used in such an amount that the molar ratio of the aluminum atom in the com- 
ponent (B-2) to the transition metal atom (M) in the component (A) ((B-2)/(M)) becomes usually 10 to 500.000, prefer- 
ably 20 to 100,000. _wr*«w u , 
[0300] The component (B-3) may be used in such an amount that the molar ratio of the component (B-3) to the tran- 
sition metal atom (M) in the component (A) ((B-3)/(M)) becomes usually 1 to 10, preferably 1 to 5. 
[0301] The component (D) may be used relative to the component (B) in such an amount that for the component (B- 
1) the molar ratio of (D)/(B-1) becomes usually 0.01 to 10, preferably 0.1 to 5; for the component (B-2) the molar ratio 
of the component (D) to the aluminum atom in the component (B-2) ((D)/(B-2)) becomes usually 0.001 to 2, preferably 
0 005 to V and for the component (B-3) the molar ratio of (D)/(B-3) becomes usually 0.01 to 10, preferably 0.1 to 5. 
[0302] In the olefin polymerization using the olefin polymerization catalyst, the polymerization temperature may be in 
the range of usually -50 to 200 °C, preferably 0 to 170 °C. The polymerization pressure may be in the range of usually 
atmospheric pressure to 100 kg/cm 2 , preferably atmospheric pressure to 50 kg/cm 2 . The polymerization reaction can 
be carried out by any of batchwise, semi-continuous and continuous processes. The polymerization can also be con- 
ducted in two or more stages under different reaction conditions. 

[0303] The molecular weight of the resulting polymer can be regulated by allowing hydrogen to be present in the 
polymerization system or by changing the polymerization temperature. The molecular weight can also be regulated also 
by changing the type of the component (B). 

[0304] Examples of the olefins which can be polymerized by th us ofth olefin polymerization catalyst include: 
a-olefins of 2 to 20 carbon atoms, such as ethylene, propylene. 1-butene. 1-pentene. 3 -methyl- 1-butene. 1-hexene. 
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4-methyl-l-perrtene. 3-methyM-pentene. i-octene. 1-decene. 1-dodecene. 1-tetradecene. i-hexadecene, i-octa- 
deceneand 1-eicosene; 

cycloolefins of 3 to 20 carbon atoms, such as cyclopentene, cycloheptene. norbornene, 5-methyl-2-ix>rbornene, 
tetracyckxJodecene and 2-methyM ,4,5,8-cfirne1hano-1 ,2,3,4 t 4a,5,8,8a^c1ahydroriaphthalBrie; 

5 polar monomers, e.g., unsaturated carboxylic acids including a.p-unsaturated carboxylic acids, such as acrylic 

acid, methacrylic acid, fumaric acid, malelc anhydride, itaconic acid, itaconic anhydride and bicyclo[2,2,1]-5-hep- 
tene-2,3-dicarboxylic acid; metallic salts of these acids, such as sodium salts, potassium salts, lithium salts, zinc 
salts, magnesium salts and calcium salts; unsaturated carboxylic esters including a,p-unsaturated carboxylic 
esters, such as methyl acrylate, ethyl acrylate, n-propyl acrylate, isopropyl acrytate, n-butyl acrylate, isobutyl acr- 

io ylate, tert-butyi acrytate, 2-ethylhexy! acrylate. methyl methacrylate, ethyl methacrylate, n-propyl methacrylate, iso- 
propyl methacrylate, n-butyl methacrylate and isobutyl methacrylate; vinyl esters, such as vinyl acetate, vinyl 
propionate, vinyl caproate. vinyl caprate, vinyl laurate, vinyl stearate and vinyl trrf luoroacetate; and unsaturated gly- 
cidyl esters, such as glycidyt acrylate, glycidyl methacrylate and monoglycidyl itaconate. 

is [0305] \rtnytcyclohexane, dienes and polyenes are also employable. 

[0306] The dienes and the polyenes are cyclic or chain compounds having 4 to 30 carbon atoms, preferably 4 to 20 
carbon atoms, and having two or more double bonds. Examples of such compounds include butadiene, isoprene, 4- 
methyM,3-pentadiene, 1 ,3-pentadiene, 1 ,4-pentadiene, 1 ,5-hexadiene, 1 ,4-hexadiene, 1 ,3-hexadiene, 1,3-octadiene, 
1,4-octadiene. 1 ,5-octadiene, 1,6-octadiene, 1,7-octadiene, ethylidene norbornene, vinyl norbornene and dicyclopen- 

20 tadiene; 

7-methyl-l ,6-octadiene, 4-ethylidene-8-methyl-i ,7-nonaoiene and 5,9-dimethyl-i ,4,8-decatriene; 
aromatic vinyl compounds including mono- or polyalkylstyrenes. such as styrene, o-methylstyrene, m-methylsty- 
rene, p-methylstyrene, o,p-dimethylstyrene, o-ethylstyrene, m-ethylstyrene and p-ethylstyrene; 
25 functional group-containing styrene derivatives, such as methoxystyrene, ethoxystyrene, vinylbenzoic acid, methyl 
viriylbenzoate, vinytberizyl acetate, hydroxystyrene, o-chlorostyrene, p-chlorostyrene and divnylbenzene; and fur- 
ther, 

3-phenylpropylene, 4-pherrylpropylene and a-methylstyrene. 

30 [0307] The olefin polymerization catalyst of the invention exhibits a high polymerization activity, and by the use of the 
catalyst, a polymer having a narrow molecular weight distribution can be obtained. When two or more kinds of olefins 
are copolymerized, an olefin copolymer having a narrow composition distribution can be obtained. 
[0308] The olef in polymerization catalyst of the invention can also be used for copdlymerizarion of an a-olef in and a 
polar monomer. Examples of the a-olefins employable herein include the same straight-chain or branched a-olef ins of 

35 2 to 30 carbon atoms, preferably 2 to 20 carbon atoms, as previously described- Examples of the polar monomers 
employable herein include the same monomers as previously described. 

[0309] The olefin polymerization catalyst of the invention can also be used for copolymerization of an a-olefin and a 

conjugated diene. ^o* on 

[031 0] Examples of the a-olefins employable herein include the same straight-chain or branched a-olelms of 2 to 30 
40 carbon atoms, preferably 2 to 20 carbon atoms, as previously described. Of these, preferable are ethylene, propylene, 
l-butene, 1-pentene, 1-hexene, 4-methyl-1-pentene and 1-octene. Particularly preferable are ethylene and propylene. 
These a-olefins can be used singly or in combination or two or more kinds. 

[031 1 1 Examples of the conjugated dienes include aliphatic conjugated dienes of 4 to 30 carbon atoms, preferably 4 
to 20 carbon atoms, such as 1,3-butadiene, isoprene, chloroprene, 1 ,3-cyclohexadiene, 1,3-pentadiene, 4-melhyl-1,3- 
45 pentadiene, 1.3-hexadieneand 1 ,3-octadiene. These conjugated dienes can be used singly or in combination of two or 
more kinds. 

[031 2] According to the invention, a non-conjugated diene or polyene can also be used in the copolymerization of the 
a-olefin and the conjugated diene. Examples of the non-conjugated dienes and polyenes include 1 ,4-pentadiene, 1 ,5- 
hexadiene, 1 ,4-hexadiene, 1 ,4-octadiene, 1 ,5-octadiene, 1,6-octadiene, 1.7-octadiene, ethylidene norbornene, vinyl 
so norbornene, dicyclopentadiene, 7-methyl-l ,6-octadiene, 4-ethylidene-8-methyM ,7-nonadiene and 5,9-dimethyM ,4.8- 
decatriene. 

EXAMPLE 

55 [031 3] The present invention is further described with reference to the following examples, but it should be construed 
thatth invention is in no way limited to thos examples. ■ 
[0314] The structures of the compounds obtained in the synthesis examples were determined by 270 MHz H-NMR 
(Japan Electron Optics Laboratory GSH-270 Model). FT-IR (SHIMADZU FTIR-820DD Model). FD-mass spectrometry 
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(Japan Electron Optics Laboratory SX-102A Model), metal content analysis (analyse by ICP method after dry ashing 
and cfissolution in dilute nitric acid, device: SHIMADZU ICPS-8000 Model), and elemental analysis for carbon, hydrogen 
and nitrogen (Helaus CHNO Model). "Rie intrinsic viscosity fr) was measured in decalin at 135 °C. 

5 S ynthesis Example 1 

S ynthesis of compound represented bv the formula fl-1) 

[0315] In a 100-ml reactor, 1.0 g (10.7 mmol) of aniline, 3.3 g (32.2 mmol) of concentrated hydrochloric acid and 5.4 
10 ml of water were vigorously stirred to give a solution, and the solution was cooled to 0 °C with ice. To the solution, a 
solution obtained by dissolving 0.75 g (10.7 mmol) of sodium nitrite (purity: 98.5 %) in 2.6 ml of water was slowly added 
with stirring so as to maintain the temperature at not higher than 5 °C. After the dropwise addition was completed, the 
resulting mixture was stirred at 0 °C for T hour to prepare a benzenediazonium chloride aqueous solution. In a different 
100-ml reactor, 2.22 g (10.7 rnrnof) of 2,4-di-t-butylphenol was dissolved in 3 ml of tetrahydrof uran. To the solution, an 
is aqueous solution obtained by dissolving 2.22 g (53 mmol) of sodium hydroxide in 22 ml of water was added, and the 
resulting mixture was cooled to 0 °C with ice. Then, the benzenediazonium chloride aqueous solution prepared above 
was dropwise added slowly with stirring, and the mixture was further stirred at 0 °C for 1 .5 hours. After the temperature 
of the reaction solution was raised to room temperature, to frie solution was added 30 ml of diethyl ether to separate the 
solution into two phases. Then, the oil phase was washed with dilute hydrochloric acid and dehydrated on sodium sul- 
20 fate. The solvent was distilled off from the solution, and the remainder was purified by a silica gel column to obtain 2.56 
g (yield: 77 %) of a compound represented by the following formula (L1 ) as a deep red solid. 



25 



30 



35 




OH 



FD-mass spectrometry: (M + ) 310 
40 1 H-NMR (CDCI 3 ): 1.38(S. 9H), 1.47(s. 9H), 7.40-7.95(m. 7H). 13.71(s. 1H) 

Synthesis of compound r epresented bv the formula fa-D 

[031 6] To a 1 00-ml reactor thoroughly dried and purged with argon, 1 .07 g (3.45 rnmol) of the compound represented 
45 by the formula (LI) and 21 ml of diethyl ether were introduced, and they were cooled to -78 °C and stirred. To the result- 
ing mixture. 2.25 ml of n-butyllithium (1 .60 mmol/ml-n-hexane solution, 3.45 mmol) was dropwise added over a period 
of 5 minutes, and they were slowly heated to room temperature and stirred at room temperature for 3 hours to prepare 
. a lithium salt solution. The solution was dropwise added slowly to a mixture of 3.40 ml of a titanium tetrachloride solution 
(0 5 mmot/ml-heptane solution, 1.70 mmoi) and 21 ml of diethyl ether, said mixture having been cooled to -78 °C. 
so [0317] After the dropwise addition was completed, the reaction solution was slowly heated to room temperature with 
stirring. The reaction solution was further stirred for another 4 hours at room temperature, and then the solution was 
filtered through a glass filter to remove insolubles. The filtrate was concentrated under reduced pressure to precipitate 
a solid. The solid was dissolved in 2 ml of pentane and allowed to stand at -20 °C to precipitate crystals. The crystals 
were vacuum dried to obtain 0.80 g (1 .01 mmol, yield: 59 %) of a compound represented by the following formula (a-1) 
55 as red black crystals. 
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FD-mass spectrometry: (M + ) 736 

1 H-NMR(CDCI 3 ): 1.31(s, 18H), 1.49(s, 1BH), 7.00-7.95 (m, 14H) 
Elemental analysis: 71: 6.7 % (calculated value: 6.5 %) 

Synthesis Example 2 

Synthesis of compound represent ed hy the formula fb-H 

[03181 To a 100-mi reactor thoroughly dried and purged with argon, 1.07 g (3.45 mmol) of the compound represented 
by the formula (L1) and 21 mJ of diethyl ether were introduced, and they were cooled to -78 °C and stirred. To the result- 
ing mixture 2 25 ml of n-butyllithium (1.61 mmol/ml-n-hexane solution, 3.45 mmol) was dropwise added over a period 
of 5 minutes, and they were slowly heated to room temperature and stirred at room temperature for 3 hours to prepare 
a lithium saH solution. The solution was dropwise added slowly to a mixture of 0.40 g (1.71 mmol) of zirconium tetra- 
chloride and 21 ml of diethyl ether, said mixture having been cooled to -78 °C. 

[03191 After the dropwise addition was completed, the reaction solution was slowly heated to room temperature with 
stirring The reaction solution was further stirred for another 8 hours at room temperature, and then the solution was 
filtered through a glass filter to remove insolubles. The filtrate was concentrated under reduced pressure toprectpitate . 
a solid The solid was dissolved in 2 ml of pentane and allowed to stand at -20 °C to precipitate crystals. The crystals 
were vacuum dried to obtain 1 .30 g (1 .66 mmol, yield: 97 %) of a compound represented by the following formula (b-1) 
as red black crystals. 
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55 FD-mass spectrometry: (M*) 780 

1 H-NMR(CDCI 3 ): 1.37(s, 18H), 1.47(s. 18H), 6.75-7.95 (m, 14H) 
Elemental analysis: Zr: 1 1 .4 % (calculated value: 11.7%) 
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Synthesis Example 3 

S ynthesis of compound represented bv the formula (L2) 

5 [0320] Using 2.0 g (21 .6 mmol) of anSine and 3.6g (21.5 mmol} of 2-t-butyl-4-methy!phenol as starting materials, in 
the same manner as in the synthesis of the compound represented by the formula (L1) in Synthesis Example 1. 4.98g 
(1 8.6 mmol, yield: 86 %) of a compound represented by the following formula (L2) as a vermilion solid, was synthesized. 

10 



15 



20 




(L2) 



25 FD-rnass spectrometry: (M + ) 268 

1 H-NMR (CDCI 3 ): 1 46(s, 9H), 2.37 (s, 3H), 7.15-7.95(m, 7H), 13.62 (s, 1 H) 

Synthesis of compound rep resented bv the formula (a-2) 

30 [0321] Using 1 .02 g (3.82 mmol) of the compound represented by the formula {12), in the same manner as in the syn- 
thesis of the compound represented by the formula (a-1) in Synthesis Example 1, 0.34 g (0.52 mmol, yield: 27 %) of a 
compound represented by the following formula (a-2) was synthesized as dark brown powder. 

35 f{ ^| 



45 



FD-mass spectrometry: (M+) 653 
so 1 H-NMR (CDCI 3 ): 1.46(S, 18H), 2.30-2.40(m, 6H), 7.00-7 90(m, 14H) 

Elemental analysis: Ti: 7.3 % (calculated value: 7.3 %) 

Synthesis Example 4 

55 Synthesis of compound represented bv the formula fb-2) 

[0322] Using 1 .02 g (3.8 mmol) of the compound represented by the formula (L2), in the same mann r as in the syn- 
thesis of the compound represented by the formula (b-1) in Synthesis Example 2, 0.22 g (0.32 mmol. yield: 17 %) of a 
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compound represented by the following formula (b-2) was synthesized as red brown crystals. 
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tBu 



FD-mass spectrometry: (M*) 696 

1 H-NMR (CDCI 3 ): 1.47(s, 18H), 2.38(s, 6H), 6.95-7.90- (m, 14H) 
20 Elemental analysis: Zr: 13.2 % (calculated value: 13.1%) 

Synthesis Example 5 

Synthesis of compound represented bv the formula (L3) 



[0323J Using 1.77 g (10.0 mmol) of 2,6-diisopropylanilirte and 1 .94 g (10:0 -mmoQ of 2 > 4^imethylpheny1trimethylsilyl 
ether as starting materials, in the same manner as in the synthesis of the compound represented by the formula (L1) in 
Synthesis Example 1 . 1 .83 g (5.3 mmol, yield: 53 %) of a compound represented by the following formula (L3) was syn- 
thesized as a deep red solid. 




•iPr 
SiMe 3 

(L3) 



45 FD-mass spectrometry: (M + ) 346 

1 H-NMR (CDCI 3 ): 0.03(S, 9H), 1.15(d. 12H). 2.36(5, 3H). 2.50(s, 3H), 2.79(dq, 2H). 7.05-7.95(m, 5H) 

ft vnthftsis Pi compo und represented bv the formula fc-3) 

50 [0324] To a 100-ml reactor thoroughly purged with argon, 0.47 g (3.6 mmol) of cobalt dichloride and 15 ml of THF 
were introduced and a solution of 1.21 g (3.5 mmol) the compound represented by the formula (L3) in 10 ml of THF 
was added to precipitate a yellow substance. The mixture was stirred for 1 hour and filtered through a glass filter to sep- 
arate the precipitate. The resulting solid was subjected to reprecipitation with a diethyl ether/methylene chloride solu- 
tion, then washed with 50 ml of hexane and vacuum dried to obtain 1. 1 3 g (yield: 68 %) of a compound represented by 

55 the following formula (c-3) as brown powder. 
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jo 1 J (c-3) 



FD-mass spectrometry: (IvT) 476 

Elemental analysis: Co: 12.5% (calculated value: 12.4 %) 



Example 1 

[0325] To a 500-mI glass autoclave thoroughly purged with nitrogen. 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 1.1875 mmol (in terms of aluminum 
atom) of methylaluminoxane was added, and then 0.005 mmol of the compound represented by the formula (a-1) 
obtained in Synthesis Example 1 was added to initiate polymerization The reaction was conducted at 25 °C for 30 min- 
utes in an ethylene gas atmosphere at atmospheric pressure. Then, a smaJI amount of isobutanol was added to termi- 
nate the polymerization. After the polymerization was completed, the reaction mixture was introduced into a large 
amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was 
filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C tor 10 hours to obtain 0.10 g of polyeth- 
ylsns. 

[0326] The polymerization activity was 42 kg/mol-ti - hr, and the intrinsic viscosity (t\) of the polyethylene was 1 9.7 

dl/g. 

Example 2, 

35 [0327] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 0.25 mmol of triisobutyl aluminum was 
added, and then 0.005 mmol of the compound represented by the formula (a-1) and 0.006 mmol of tnphenylcarbe- 
niumtetraids(pentafluorophenyl)borate were successively added to initiate polymerization. The reaction was conducted 
at 25 °C for 1 hour in an ethylene gas atmosphere at atmospheric pressure. Then, a small amount of isobutanol was 

40 added to terminate the polymerization. After the polymerization was completed, the reaction mixture was introduced 
into a large amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the 
mixture was fatered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain 0.39 
g of polyethylene. ( 
[0328] The polymerization activity was 155 kg/mol-Ti • hr, and the intrinsic viscosity fa) of the polyethylene was 25.9 

45 dl/g. 

Example 3 

[0329] Using the compound represented by the formula (b-1 }, polymerization reaction was conducted under the same 
so conditions as in Example 1 . As a result, 0.07 g of polyethylene was obtained. The polymerization activity was 29 kg/mol- 
Zr • hr, and the intrinsic viscosity (vi) of the polyethylene was 9.5 dl/g. 

Example 4 

55 [0330] Using the compound represented by the formula (b-1 ), polymerization reaction was conducted under the same 
conditions as in Example 2. As a result, 0.32 g of polyethylene was obtained. The polymerization activity was 128 
kg/mol-Zr ■ hr, and the intrinsic viscosity (n) of the polyethylene was 1 1 2 dl/g. 
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Example 5 

[0331] Using the compound represented by the formula (a-2). polymerization reaction was conducted under the same 
conditions as in Example 1 . As a result, 0. 1 0 g of polyethylene was obtained. The polymerization activity was 40 kg/mol- 
Ti • hr, and the intrinsic viscosity fa) of the polyethylene was 1 6.9 di/g. 

Example 6 

[0332| Using the compound represented by the formula (a-2), polymerization reaction was conducted under the same 
conditions as in Example 2. As a result. 0.70 g of polyethylene was obtained. The polymerization activity was 280 
kg/md-Tl • hr, and the intrinsic viscosity (r\) of the polyethylene was 26.3 dl/g. 

Example 7 

[03331 Using the compound represented by the formula (b-2), polymerization reaction was conducted under the same 
conditions as in Example 1 . As a result, 0.06 g of polyethylene was obtained. Tne polymerization activity was 24 kg/mol- 
Zr - hr, and the intrinsic viscosity (n) of the polyethylene was 9.7 dl/g. 

Example 8 . 

[0334] Using the compound represented by the formula (b-2) , polymerization reaction was conducted under the same 
conditions as in Example 2. As a result, 0.50 g of polyethylene was obtained. The polymerization activity was 200 
kg/mol-Zr • hr, and the intrinsic viscosity (T^of the polyethylene was 5.6 dl/g. 

Example 9 

[0335] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter. 0.25 mmol of triisobutylaluminum was 
added, and then 0.005 mmol of the compound represented by the formula (c-3) was added to initiate polymerization. 
The reaction was conducted at 250 °C for 1 hour in an ethylene gas atmosphere at atmospheric pressure. Then, a small 
amount of isobutanol was added to terminate the polymerization. After the polymerization was completed, the reaction 
mixture was introduced into a large amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric 
acid was added, and the mixture was filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C 
for 10 hours to obtain 0.03 g of polyethylene. The polymerization activity was 12 kg/mol-Co • hr, and the intrinsic viscos- 
ity {t\) of the polyethylene was 3.9 dl/g. 

Synthesis Example 6 

Synthesis of compound represented bv the formula ( L4 ) 

[0336] To a 100-ml reactor thoroughly purged with nitrogen, 10 ml of ethanol, 0.61 g (6.52 mmol) of aniline and 0.95 
g (5.43 mmol) of T^^.e-triisopropylphenylJ-l ,3-butanedione were introduced, and 5 g of molecular sieves 3A and 1 mi 
of acetic acid were added. Then, the mixture was heated to 80 °C and stirred for 3 hours. The reaction solution was 
concentrated under reduced pressure, and the concentrate was purified-by a silica gel column to obtain 0.60 g (1.53 
mmol, yield: 47 %) of a compound represented by the fallowing formula (L4) as grayish white crystals. 
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^SSTlKJS.Sfl. 1-59(3. 1H). 2.09(s. 3H). 2.90(dt, 1H), 3.11(dt 2H). 5.38<S. 1H). 7.00(s, 2H). 
7.1-7.5(m,5H) 

Synthesis of compound r eprpsented fry thft formula (a-4> 

[0337] To a 100 -ml reactor thoroughly dried and purged with argon, 0.31 g(0.85mmol) of the ^P^J^f***? 
by the formula (L4) and 10 ml of diethyl ether were introduced, and they were cooled to -78 »C and stirred. To the result- 
ing mixture, 0.53 ml of n-butyllithium (1.61 mmol/ml-n-hexane solubon. 0.85 mmol) was dropwise added ove. * . penod 
o?S minutes, and they were slowly heated to room temperature and stirred at room temperature tor3 hours to prepare 
aHmlumsattsolution.TT^^ 

(0.5 mmol/ml-heptane solution, 0.42 mmol) and 6 ml of tetrahydrofuran, said mixture having been cooled to -78 C. 
kfter the dropwise addition was corseted, the reaction solution was slowly heated «° ™ m * em P* atu ;i^ 
The reactionsolution was further stirred for another 8 hours at room ^^l^^ X ^^?^ s 
the solution under reduced pressure. The remainder was dissolved in 10 ml of methylene blonde, and »he ^luton was 
filtered through a glass filter to remove insoluble*. The filtrate was concentrated under reduced Pressure to Potato 
a solid. The solid was recrystallized from hexane and vacuum dried to obtain 0. 1 7 g (0.20 mmol. yield: 48 %) of a com- 
pound represented by the following formula (a-4) as blackish brown powder. 




(a-4) 
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FD-mass spectrometry: (M + ) 842 
Elemental analyse: Ti: 6.0 % 
5 Synthesis E xample 7 

Synthesis of compound represented bv the formula 

[03381 To a 100-ml reactor thoroughly dried and purged with argon, 0.49g (1.35 mmol) of the compound represented 
io by the formula (L4), 12 ml of diethyl ether and 18 ml of tBtrahydrofuran were introduced, and they were cooled to -78 »C 
and stirred To the resulting mixture, 0.84 ml of n-butyllithium (1 .61 rnmolAnl-n-hexane solution, 1 .35 mmd) was drop- 
wise added over a period of 5 minutes, and they were slowly heated to room temperature and stirred at room tempera- 
ture for 3 hours to prepare a lithium saft solution. The solution was dropwise added slowly to a mixture of 0.25 g (0.67 
mmol) of a zirconium tetrachloride-THF complex and 10 ml of tetrahydrofuran, said mixture having been cooled to -78 
is °C After the dropwise addition was completed, the reaction solution was slowly heated to room temperature with stir- 
ring The reaction solution was further stirred lor another 8 hours at room temperature, and the solvent was distilled off 
from the solution under reduced pressure. The remainder was dissolved in 10 ml of methylene chloride, and the solution 
was filtered through a glass filter to remove insolubles. The filtrate was concentrated under reduced pressure to preap- 
itale a solid. The solid was recrystalOzed from hexane and vacuum dried to obtain 0.36 g (0.41 mmol. yield: 61%) of a 
20 compound represented by the following formula (b-4) as yellow powder 
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(b-4) 



FD-mass spectrometry: (M+) 887 
Elemental analysis: Zr: 10.5 % 

Synthesis Example 8 

Synthesis of compound re presented bv the formula fL5) 

[03391 To a 100-ml reactor thoroughly purged with nitrogen. 10 ml ol ethanol, 0.61 g (6.52 mmol) of aniline and 1.1 1 
g (5 43 mmol) of 1-(2.4,6-trimethy1phenyl)-1,3-butanedionB were introduced, and 5 g of molecular sieves 3A and 1 ml 
of acetic acid were added. Then, the mixture was heated to 80 °C and stirred for 3 hours The reaction solution was 
concentrated under reduced pressure, and the concentrate was purified by a silica gel column to obtain 1.29 g (4.62 
mmol. yield: 85 %) of a compound represented by. the following formula {IS) as an orange oil. 
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FD-mass spectrometry: (M + ) 279 
Synthesis of compound re presented bv the formula 0?-$) 

25 [0340] To a 100-ml reactor thoroughly dried and purged with argon. 0.67 g (2.40 mmol) of the compound represented 
by the formula (L5). 1 0 ml of diethyl ether and 5 ml of tetrahydrofuran were introduced, and they were cooled to -78 °C 
and stirred. To the resulting mixture. 1.61 ml of n-butyllithium (1.55 mmol/ml-n-hexane solution. 2.50 mmol) was drop- 
wise added over a period of 5 minutes, and they were slowly heated to room temperature and stirred at room tempera- 

30 ture for 3 hours to prepare a lithium salt solution. The solution was dropwise added slowly to a mixture of 0.25 g (0.67 
mmol) of zirconium tetrachloride and 10 ml of tetrahydrofuran, said mixture having been cooled to -78 °C. After the 
dropwise addition was completed, the reaction solution was slowly heated to room temperature with stirring. The reac- 
tion solution was further stirred for another 8 hours at room temperature, and the solvent was distilled off from the solu- 
tion under reduced pressure. The remainder was dissolved in 1 0 rri of methylene chloride, and the solution was filtered 

35 through a glass filter to remove insolubles. The filtrate was concentrated under reduced pressure to precipitate a solid. 
Th solid was recrystallized from hexane and vacuum dried to obtain 0.47 g (0.65 mmol, yield: 54 %) of a compound 
represented by the fbDowing formula (r>5) as yellow powder. 
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FD-mass spectrometry: (M+) 718 

1 H-NMR (CDCI 3 ):2.00-2.50(m, 24H). 5.20-5.60(m. 2H), 6.75-6.95(m. 4H). 7.10-7 50(m, 10H) 
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Elemental analysis: Zr: 12.5 % 



Example 10 
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[0341 ] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 1.1875 mmcrf Cm terms of aluminum 
atom) of methytaluminoxane was added, and then 0.005 mmol of the compound represented by the formula (a-4) 
obtained in Synthesis Example 6 was added to initiate polymerization. The reaction was conducted at 25 °C for 30 min- 
utes in an ethylene gas atmosphere at atmospheric pressure. Then, a small amount of isobutanol was added to termi- 
nate the polymerization. After the polymerization was completed, the reaction mixture was introduced into a large 
amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was 
filtered through a glass filter. The resulting polymer was vacuum dried at 80 *C tor 10 hours to obtain 0.1 0 g of polyeth- 
ylen© — 

10342] The polymerization activity was 40 kg/mol-Ti • hr, and the intrinsic viscosity (n) of the polyethylene was 6.5 dl/g. 
Example 1 1 

[0343] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 0.25 mmol of triisobutylaluminum was 
added and then 0.005 mmol of the compound represented by the formula (a-4) and 0.006 mmol of triphenylcarbe- 
niumtetrakis(pentafluorophenyl)borate were added to initiate polymerization. The reaction was conducted at 25 °C for 
i hour in an ethylene gas atmosphere at atmospheric pressure. Then, a small amount of isobutanol was added to ter- 
minate the polymerization. After the polymerization was completed, the reaction mixture was introduced into a large 
amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was 
filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain 0.30 g of polyeth- 
yiene 

[0344] The polymerization activity was 120 kg/mol-Ti • hr. and the intrinsic viscosity (n) of the polyethylene was 4.1 
dl/g. 

$o Example ^ 

[0345] To a 500-ml glass autoclave thoroughly purged with nitrogen. 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 1.1875 mmol (in terms of aluminum 
atom) of methytaluminoxane was added, and then 0.005 mmol of the compound represented by the formula (b-4) 

as obtained in Synthesis Example 7 was added to initiate polymerization. The reaction was conducted at 25 °C for 30 min- 
utes in an ethylene gas atmosphere at atmospheric pressure. Then, a small amount of isobutanol was added to termi- 
nate the polymerization. After the polymerization was completed, the reaction mixture was introduced into a large 
amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was 
filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain 0.60 g of polyeth- 

40 ylene 

[03461 The polymerization activity was 60 kg/mol-Zr • hr, and the intrinsic viscosity (n) of the polyethylene was 6.8 dl/g. 
Example 13 

45 [0347] To a 500-ml glass autoclave thoroughly purged with nitrogen. 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter. 0.25 mmol of triisobutylaluminum was 
added and then 0.005 mmol of the compound represented by the formula (b-4) and 0.006 mmol of triphenylcarbe- 
niumtetrakis(pentafluorophenyl)borate were added to initiate polymerization. The reaction was conducted at 25 °C for 
1 hour in an ethylene gas atmosphere at ordinary pressure. Then, a small amount of isobutanol was added to terminate 

so the polymerization. After the polymerization was completed, the reaction mixture was introduced into a large amount of 
methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered 
through a glass filter. The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain 0.30 g of polyethylene. 
[0348] The polymerization activity was 1 20 kg/mol-Zr • hr, and the intrinsic viscosity (t,) of the polyethylene was 6.8 
dl/g. 



55 



ExamplQ 14 

[0349] To a 500-ml glass autoclave thoroughly purged with nitrogen. 250 ml of toluene was introduced, and the liquid 
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phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 0.25 mmol of triisobutyialuirtnum was 
added, and then 0.005 mmol of the compound represented by the formula (b-5) and 0.006 rnmol of triphenylcarbe- 
niumtetraki6(pentafluorophenyt)borate were added to initiate polymerization. The reaction was conducted at 25 *C for 
1 hour in an ethylene gas atmosphere at atmospheric pressure Then, a small amount of isobutanol was added to ter- 
minate the polymerization. After the polymerization was completed, the reaction mixture was introduced into a large 
amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was 
filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 1 0 hours to obtain 0.20 g of polyeth- 
ylene. 

[0350] The polymerization activity was 80 kg/mol-Zr • hr, and the intrinsic viscosity (ti) of the polyethylene was 7.5 dl/g. 
Synthesis Example 9 

Synthesis of compound represented bv the formula fL6V 

[0351 ] To a 500-ml reactor thoroughly dried and purged with argon, 2.3 g (8.94 mmol) of 2,2Mminodibenzoic acid and 
50 ml of THF were introduced, and they were cooled to -20 °C. At that temperature, 90 ml of a THF solution (0.3 M) of 
bis(1-methylptperazine-4-yl) aluminum hydride was dropwise added with stirring. Then, the temperature of the system 
was raised, and the reaction was conducted for 24 hours under reflux. The reaction solution was allowed to stand for 
cooling to room temperature. To the solution, 1 00 ml of diethyl ether was added, and 1 50 ml of water was further added 
slowly with ice cooling. The oil layer obtained by phase separation was concentrated and subjected to isolation by 
means of silica gel column chromatography to obtain 673 mg of 2,2'-iminodfoenzaldehyde. To a 100-ml reactor thor- 
oughly dried and purged with argon, 650 mg (2.89 mmol) of the 2,2 -iminodibenzaldehyde. 599 mg {5.77 mmol) of 2,6- 
dimethylaniline, 50 ml of dehydrated methanol and 0.2 ml of acetic acid were introduced, and they were reacted at room 
temperature for 12 hours. From the reaction solution, the solvent was distilled off, and the remainder was subjected to 
isolation by means of silica get column chromatography to obtain 237 mg (yield: 6.1 %) of a compound represented by 
the following formula (L6). 




(L6) 



1 H-NMR (CDCI 3 , 8): 2.21(s, 12H), 4.96(s, 1H), 6.37-7.74(m, 14H), 8.21(2H) 
Synthesis of compound represented bv the formula (d-6) 

[0352] To a 30-rnt reactor thoroughly dried and purged with argon, 200 mg (0.46 mmol) of the compound represented 
by the formula (L6) and 20 ml of THF were introduced, and they were cod ed to -78 °C and stirred. To the resulting mix- 
tur 2 9 ml of an n-butyirrthium-hexane-THF solution (0.16 M) was dropwise added, and they were slowly heated to 
roorn temperature and stirred for 1 hour to prepare a lithium salt solution. To a 30-ml reactor thoroughly dried and 
purged with argon, 58.7 mg (0.46 mmol) of ferrous chloride and 20 ml of THF were introduced, and they were stirred at 
room temperature for 2 hours and cooled to -78 °C. Then, the lithium salt solution previously prepared was dropwise 
added. After the dropwise addition was completed, the reaction solution was slowly heated to room temperature, and 
the solution was stirred at that temperature for 3 hours. Then, the solution was filtered through a glass filter. The filtrate 
was concentrated to give 5 ml of a concentrate, and thereto was added 5 ml of n-pentane. The resulting precipitate was 
filtered, then washed with 10 ml of n-pentane and dried under reduced pressure to obtain 203 mg (yield: 85 %) of a 
compound represented by the following formula (d-6). 
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(d-6) 



FD-mass spectrometry: (M*) 521 

Example is 

[03531 To a 500-ml glass autoclave thoroughly purged with nitrogen. 250 ml of toluene was introduced, and the liquid 
Uase and the gas phase were saturated with 100 Mir of ethylene. Thereafter. 1.1875 mmol (in terms of ajuminum 
atom) of methylaluminoxane was added, and then 0.005 mmol of the compound represented by the fo ^ a ^ d f> w f 
added 10 initiate rjorymenzation. The reaction was conducted at 25 °C for 30 minutes in an ett^ene gas a^osphere at 
ordinary pressur^Then. a small amount of isobutanol was added to terminate the polymer.zat.on. After the P*™»^ 
zation was completed, the reaction mixture was introduced into a large amount of methanol to precipitate a total amount 
ofapo^ner °SeaMrochkxic acid was added, and the mixture was filtered through a g te ^^ 
mer was vacuum dried at 80 °C for 10 hours to obtain 0.01 g of polyethylene. The polymerization acfcvrty was 4 kg/mol- 
Fe-hr. 

Synthesis E xample 10 

Synthesis of fiomoound represented hv the formula fe-6) 

[03541 To a 30-rrt reactor thoroughly dried and purged with argon. 100 mg (0.23 mmol) of the compound represented 
byWformula (L6) and 20 ml of THF were introduced, and they were cooled to -78 °C and stirred. To the resultmg mix- 
ture 1 5 ml of an n-butyllithium-hexane-THF solution (0.16 M) was dropwise added, and they were slowly heated to 
room temperature and stirred for 1 hour to prepare a lithium salt solution. To a 30-ml reactor Iho^ughty dried I and 
purged with argon. 43.6 mg (0.23 mmol) of titanium tetrachloride and 20 ml of THF were introduced, and they were 
stirred at room temperature for 2 hours and cooled to -78 °C. Then, the lithium sail solution previously prepared was 
dropwise added. After the dropwise addition was completed, the reaction solution was slowly heated to roomlempera- 
££and the solution was stirred at that temperature for 3 hours. Then, the solution was Altered through a 9^^. 
The filtrate was concentrated to give 5 ml of a concentrate, and thereto was added 5 ml of n-pentane .The resultng, pre- 
cipitate was filtered, then washed with 10 ml of n-perrtane and dried under reduced pressure to obtam 83 mg (yield. 62 
%) of a compound represented by the following formula (a-6). 



FD-mass spectrometry: (M*) 584 
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(a-6) 



Example 16 

[0355] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter. 1.1875 mmol (in terms of aluminum 
atom) of methylaluminoxane was added, and then 0.005 mmol of the compound represented by the formula (a-6) was 
added to initiate polymerization. The reaction was conducted at 25 °C for 30 minutes in an ethylene gas atmosphere at 
ordinary pressure. Then, a small amount of isobutanol was added to terminate the polymerization. After the polymeri- 
zation was completed, the reaction mixture was introduced into a large amount of methanol to precipitate a total amount 
of a polymer Then, hydrochloric acid was added, and the mixture was filtered through a glass filler. The resulting poly- 
mer was vacuum dried at 80 ♦C tor 10 hours to obtain 0-05 g of polyethylene. The polymerization activity was 21 kg/mol- 
Ti-hr. 

Synthesis Example 11 

Synthesis of compound represe nted by the formula (b-6) 

[0356] To a 30-ml reactor thoroughly dried and purged with argon. 200 mg (0.23 mmol) of the compound represented 
by the formula (L6) and 20 ml of THF were introduced, and they were cooled to -78 «C and stirred. To the resulting mix- 
ture 1 5 ml of an n-butytfithium-hexane-THF solution (0.16 M) was dropwise added, and they were slowly heated to 
room temperature and stirred for 1 hour to prepare a lithium sail solution. To a 30-ml reactor thoroughly dried and 
purged with argon. 53 6 mg (0.23 mmol) of zirconium tetrachloride and 20 ml of THF were introduced, and they were 
stirred at room temperature for 2 hours and cooled to -78 °C. Then, the lithium salt solution previously prepared was 
dropwise added. After the dropwise addition was completed, the reaction solution was slowly heated to room tempera- 
ture and the solution was stirred at that temperature for 3 hours. Then, the solution was filtered through a glass filter. 
The'fiftrate was concentrated to give 5 ml of a concentrate, and thereto was added 5 ml of n-pentane. The resulting i pre- 
cipitate was filtered, then washed with 10 mJ of n-pentane and dried under reduced pressure to obtain 53 mg (yield: 37 
%) of a compound represented by the following formula (b-6). 

FD-mass spectrometry: (M*) 626 
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Example 17 . 

[03571 To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with 100 l/hr of ethylene. Thereafter, 1.1875 mmol (in terms of aluminum 
atom) of methytatuminoxane was added, and then 0.005 mmol of the compound represented by the formula (d-6) was 
added to initiate polymerization. The reaction was conducted at 25 °C for 30 minutes in an ethylene gas atmosphere at 
atmospheric pressure. Then, a small amount of isobutanol was added to terminate the polymerization. After, the poiynv 
erization was completed, the reaction product was introduced into a large amount of methanol to precipitate a total 
amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered through a glass filter. The result- 
ing polymer was vacuum died at 80 °C for 10 hours to obtain 0.12 g of polyethylene. The polymerization activity was 
42kg/mol-Zr*hr. 

ftynthftsis Example 12 

Synthesis of compound represented bv the formula \ U7) 

[03581 In argon, a solution of 2.0 g (16.8 mmol) of anthranil in 10 ml of THF was dropwise added at room temperature 
to 100 ml of a THF solution of phenylzinc chloride prepared from 36 m! (33.8 mmol) of a phenyllithium solution (0.94 
mrnol/ml) and 4.63 g (34 mmol) of zinc chloride. After stirring for 1 2 hours, 5 ml of 6N hydrochloric acid and then 50 ml 
of a 10 % Na 2 C03 aqueous solution were added to terminate the reaction. Separation of the organic phase, removal of 
solvent by distillation and column purification were carried out to obtain 2.20 g (11.2 mmol; yield: 67 %) of the corre- 
sponding formyl compound as yellow crystals. 

[0359] 0 79 g (4.0 mmol) of the formyl compound obtained above was dissolved in 1 .0 g (10.0 mmol) of cyclonexy- 
lamine and the solution was stirred at room temperature for 12 hours. The mixture liquid was vacuum dried to remove 
the excessive cyclohexylamine. whereby 1.13 g (4.0 mmol, yield: 100 %) of a compound represented by the following 
formula (L7) was obtained as yellow oil. 




(L7) 
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1 H-NMR (CDCI3): 1.2-2.0 (m. 10H), 3.19 (dt 1H). 6.7-7.4 (m, 9H). 8.43 (s, 1H). 11.47 (brs. 1H) 
5 Synthesis of compound re presented bv the formula fc-71 

[0360] To a 100-rrU reactor thoroughly dried and purged with argon, 0.56 g (2.0 mmol) of the corrpound represented 
by the formula (L7) and 1 0 ml of diethyl ether were introduced, and they were cooled to -78 °C and stirred^ To the result- 
ing mixture, 1 .24 mi of n-butyllithium (1 .61 N hexane solution, 2.0 mmd) was dropwise added over a period of 5 minutes, 

10 and they were slowly heated to room temperature to prepare a lithium salt solution. The solution was dropwise added 
to a mixture of 2.0 ml of a 0.5N titanium tetrachloride-decane solution and diethyl ether, said mixture having been 
cooled to -78 °C The solution was slowly heated to room temperature and stirred for 12 hours. Then, the reaction solu- 
tion was filtered and washed with methylene chloride. The solvent was distilled off from the filtrate. The resulting solid 
was subjected to reprecipitation with diethyl ether/hexane to obtain 0.21 g (yield: 31%) of a compound represented by 

15 the following formula (a-7) as red brown powder. 
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(a-7) 



1 H-NMR (CDCI3): 0.9-2.4(m, 20H), 3.3-3.6(m, 2H), 6.8-7.8 (m, 18H), 8.60(brs, 2H) 
35 Synthesis Example 13 

S ynthesis of compo und represented bv the formula ffr-7) 



[0361 ] To a 1 00-ml reactor thoroughly dried and purged with argon, 0.56 g (2.0 mmol) of the compound represented 
by the formula (L7) and 5 ml of diethyl ether were introduced, and they were cooled to -78 °C and stirred. To the result- 
ing mixture, 1 .24 ml of n-butyllithium (1 .61 N hexane solution, 2.0 mmol) was dropwise added over a period of 5 minutes, 
and they were slowly heated to room temperature to prepare a lithium salt solution. The solution was dropwise added 
to a THF solution of 0.38 g (1.0 mmol) of a zirconium tetrachloride/2THF complex, said THF solution having been 
cooled to -78 *C The resulting solution was slowly heated to room temperature and stirred for 12 hours. Then, the sol- 
vent was distilled off. and the resulting solid was washed with methylene chloride and filtered. The solvent wasdistilled 
off from the filtrate, and the resulting solid was reslurried in hexane to obtain 0.37 g (yield: 52 %) of a compound repre- 
sented by the following formula (b-7) as orange powder. 
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<b-7) 



iH-NMR (CDCI3): 1.0-2.0(m, 20H), 3.7-3.98(m, 2H), 6.8-7. 5(m , 1 8H) , 8.1-&3(m, 2H) 
FD-MSCM*): 716 

Example 18 

[03621 To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with ethylene. Thereafter, 1 .25 mmol (in terms of aluminum atom) of methyi- 
aluminoxane was added, and then 0.005 mmol of the compound represented by the formula (a-7) was added to initiate 
polymerization. The reaction was conducted at 25 °C for 30 minutes in an ethylene gas atmosphere at atmospheric 
pressure After the polymerization was completed, the reaction mixture was introduced into a large amount of methanol 
to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered through a 
glass filter/The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain 0 09 g of polyethylene (PE). 
[0363] The polymerization activity was 40 kg/mol-Ti • hr, and the intrinsic viscosity fo) of the polyethylene was 1 1 .0 
dl/g. 

Example 19 

35 [0364] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with ethylene. Thereafter, 0.25 mmol of triisobutylaluminum was added, and 
then 0 005 mmol of the compound represented by the formula (a-7) and 0.006 mmol of triphenyicarbeniumtetrakis(pen- 
tafluorophenyl)borate were added to initiate polymerization. The reaction was conducted at 25 °C for 15 minutes in an 
ethylene gas atmosphere at atmospheric pressure. After the polymerization was completed, the reaction mixture was 

40 introduced into a large amount of methanol to precipitate a total amount of a polymer. Then, hydrochloric acid was 
added, and the mixture was filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 10 hours 
to obtain 0. 15 g of polyethylene (PE). - 
[0365] The polymerization activity was 1 20 kg/mol-Ti • hr, and the intrinsic viscosity (n) of the polyethylene was 30.2 

dl/g. 



Example 20 

[0366] To a 500-ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the liquid 
phase and the gas phase were saturated with ethylene. Thereafter, 1 .25 mmol (in terms of aluminum atom) of methyl- 
aluminoxane was added, and then 0 005 mmol of the compound represented by the formula (b-7) was added to initiate 
polymerization. The reaction was conducted at 25 °C for 30 minutes in an ethylene gas atmosphere at atmospheric 
pressure After the polymerization was completed, the reaction mixture was introduced into a large amount of methanol 
to precipitate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered through a 
glass filter The resulting polymer was vacuum dried at 80 *C for 10 hours to obtain 0.08 g of polyethylene (PE). 
[0367] The polymerization activity was 30 kg/mol-Zr - hr, and the intrinsic viscosity (n) of the polyethylene was 1 6-9 
dl/g. 
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Example 21 

[0368] To a 500-ml glass autoclave thoroughly purged with nitrogen. 250 ml of toluene was introduced, and th liquid 
phase and the gas phase were saturated with ethylena Thereafter, 0.25 mmol of triisobutylaluminum was added, and 
then 0.005 mmol of the compound represented by the formula (b-7) and 0.006 mmol of triphenylcaibeniumtetrakis(pen. 
taf luorophenyOborate were added to initiate polymerization. 

[0369] The reaction was conducted at 25 *C for 20 minutes in an ethylene gas atmosphere at atmospheric pressure. 
After the polymerization was completed, the reaction mixture was introduced into a large amount of methanol to precip- 
itate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered through a glass filter. 
The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain 0.33 g of polyethylene (PE) 
[0370] The polymerization activity was 200 kg/mol-Zr - hr, and the intrinsic viscosity fr) of the polyethylene was 9.44 
dl/g. 

S ynthesis Ex ample 14 

Synthesis of compound represent ed bv the formula (LB) 

[0371] To a 50-ml reactor purged with nitrogen, 1 .32 g (60 % in oil, 33.0 mmol) of sodium hydride and 10 ml of DMF 
were introduced, and a solution of 5 63 g (30.0 mmol) of 3-t-butyisalicylaldehyde in 5 ml of DMF was dropwise added 
slowly with ice cooling. The mixture was stirred at room temperature for 30 minutes, and then a DMF solution of 4.82 g 
(39 o mmol) of dimethylthiocarbamoyl chloride was dropwise added. The resulting mixture was stirred at room temper- 
ature overnight, then treated with water and subjected to column purification to obtain 5 39 g of a yellow solid. 
[0372] In nitrogen, 4.50 g of the yellow solid was heat treated at 130 *C. whereby exchange reaction of oxygen atom 
for sulfur atom proceeded. The resulting solid was subjected to column purification and dissolved in 30 ml of ethanol 
The solution was reacted with 0.90 g (9.68 mmol) of aniline at room temperature for 5.5 hours in the presence of 0.1 ml 
of acetic acid and then subjected to column purification to obtain 0.21 g (0 62 mmol. yield: 13 %) of a compound repre- 
sented by the following formula (L8) as white crystals. 




tBu (L8) 



1 H-NMR (CDCI 3 .): 1.40(S, 9H). 3.01 (S, 3H), 3.22(s. 3H). 66-8.0(m, 8H), 8.38(s. 1H) 
Synthesis of compound represented bv the formula ffr-8) 

[0373] In a 100-mi reactor thoroughly dried and purged with argon, 0.04 g (0.11 mmol) of a zirconium teirachlo- 
ride/2THF complex was dissolved in 5 ml of THF, and the solution was cooled to -78 *C. To the solution, a solution of 
0 1 1 g (0 22 mmol) of the compound represented by the formula (LB) in 5 ml of THF was dropwise added, and they were 
heated to room temperature and stirred for 4 days. After the solvent was distilled off, the resulting solid was washed with 
methylene chloride and filtered. From the filtrate, the solvent was distilled off, and the resulting solid was reslurned in 
hexane to obtain a compound represented by the following formula (b-8) as yellow powder. 
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20 



FD-MS(M+): 698 

Example 22 



25 



30 



S^l anri th^a h 9 ***** ,horou 9 h| y W with nitrogen. 250 ml of toluene was introduced and the liquid 
^ir^ne wL a £S 6 « tSd 7hefta *" r ' 1 25 mmo1 < in terms of aluminum ato^mS 

rSCrZTttn then 0 005 mmo ' « compound represented by the formula f>8) was addi to*S2te 

^ J he reaction was conducted at 25 °C for 30 minutes in an ethylene gas atmosphere " S^Xerfc 

to precptate a total amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered throuoh a 
E'"^* 3 J?T VSCUUm dried «» «C fcr 1 0 hours to obtain 0.35 g of pc^ST ' 
JOTSl The polymeruafon act,v*y was 140 kg/moi-Zr -nr. and the intrinsic viscosity J of LU^ene was 4.2 



Example 23 
35 [03761 



S«?* < f^ m h 9 ^ 5 ?UtOCteVe ,horou 9 h, y P ur 9ed with nitrogen. 250 ml of toluene was Introduced and the liquid 
oS mmo'l IT Witheth * Bne Thereafter - ° 25 - *iisobuty1aluminun^dd£ 

S?'^ " ° 006 ^ o'tri^carbeniumtetra^Tn 
XSfZSS^^^f polymer.zat.on. The reaction was conducted at 25 *C for 1 hour in ah eth- 

« SSSff^* atmospheric pressure. After the polymerization was completed, the reaction mixture was 
22l£/r ^ 01 methW1 °' t0 precipitate a tMal amount of a polymer. Then. kSSSwTK 2b 

ToS^ 

[03771 Thepolymerizattona^ 

« SvnttiesiR F»ampl6 Iff 

Synthesis of c pnpound represented bv the formula ( I Q) 

so H an?d a 9?? 'S'a mnS « ^ nitr09en ' 10 °' e,han0 '- 0 61 9 < 5 °° «™*> of 2.6-dimethyt- 

SSsA»!i?^K T ^ ^(^^'SopropylphenyO-l^utanedione were introduced, and 5 g of molecular 
t aC,d W6re add6d - Then ' tne mixture was h ^ted to 80 «C and stirred for 3 hours The reac- 

Zn L c^LT^^ "t 1 ^ tedUCed preSSUr€ ' and the purified by a slca gj^to 

fJT* Wh ' ,e CrySta,S - This was dissolved in diethyl ether and reacted" tfTdi* 

zomethane to obtam 0.60 g (1.48 mmo., yield: 43 %) of a compound represented by the fo.lowlr^ forrn^a S) 
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(L9) 



20 - 

25 Syndesis of compound represented bv tha formula (c-3) 

l9 ? n L 1° 3 l 00 " ml r6aCt ° r ^roughly purged with argon, 0.19 g (1.50 mmol) of cobalt dicnloride and 15 ml of THF 



40 



45 




CoCI 2 



(c-9) 



50 



55 



FD-MS(M+):535 
Example 24. 

*■ 

S a J!* S °°" T l! 9l3SS autodave ^oroughly purged with nitrogen. 250 ml of toluene is introduced and the liquid 

2 m^f. 9a5P 956 SatUrated 100 ,/hr 01 ett * lene " Thereafter . 1-1875 mmo. (in terms ofliuminl atom) 
of mathy.a.um.noxane » added, and then 0.005 mmo, of the compound represented by the formufc (c^fe^To 
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5 



initiate polymerization The reaction is conducted at 25 °C for 60 minutes in an ethylene gas atmosphere at atmospheric 
pressure Then, a small amount of isobutanol is added to terminate the polymerization. After the polymerization is com- 
pleted, the reaction mixture is introduced into a large amount of methanol to precipitate a total amount of a polymer. 
Then, hydrochloric acid is added, and the mixture is filtered through a glass filter to obta«n polyethylene. 



Synthesis Ex ample 10 
Synthesis of c ompound represented by the formula fL1Q) 

10 [03811 To a 200-ml reactor thoroughly purged with nitrogen, 100 ml of ethand, 5.32 g (30.0 mmol) of 2,6^imethyl- 
aniline and 3 75 g (20 0 mrnor) of 3-t-butylsaKcylaldehyde were introduced, and thereto was added 0.5 ml of acetic acio\ 
Then the mixture was stirred at room temperature for 14 hours. The reaction solution was concentrated under reduced 
pressure and purified by a silica gel column to obtain a compound as yellow oil This compound was dissolved in meth- 
anol and reacted with dimethyl sulfuric acid to obtain 5.95 g (16.9 mmol, yield: 85%) of a compound represented by the 

is following formula (LI 0). 



20 



25 



30 




tBu (L10) 



35 



40 



^-NMR (CDCI3,): 1.18(d, 12H), 1.49(S. 9H), 3.01(dt, 1H), 3.95(S, 3H), 6.9-7.5(rtX 6H), 8.29(S, 1H) 
Synthesis of compound reoresented bv th e formula fd-101 

[0382] In a 100-ml reactor thoroughly purged with argon, 0.25 g (2.0 mmdi) of iron dichtoride and 15 ml of THF were 
introduced, and thereto was added a solution of 0.70 g (2.0 mmol) of the compound represented by the formulaJLlO) 
in 10 tri of THF at room temperature, followed by stirring for 1 hour. The precipitate was separated by filtration, and the 
resulting solid was washed with methylene chloride/di ethyl ether to obtain 0 09 g (yield: 9%) of a brown powder repre- 
sented by the following formula (c-9). 



45 



so 



55 




FeCfe 



(d-10) 
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FD-MS(M*):478 
Example 25 

[0383] To a 500-ml glass autodave thoroughly purged with nitrogen, 250 ml of toluene is introduced, and the liquid 
phase and the gas phase are saturated with 100 l/hr of ethylene. Thereafter, 055 mmol of triisobutylaluminum (TIBA) 
is added, and then 0.005 mmol of the compound represented by the formula (d-10) and 0.006 mmol of triphenyicarbe- 
niurntetrakis(pentafluorophenyl)borate are added to initiate polymerization. The reaction is conducted at 25 *C for 1 
hour in an ethylene gas atmosphere at atmospheric pressure. Then, a small amount of isobutanol is added to terminate 
the polymerization. After the polymerization is completed, the reaction mixture is introduced into a large amount of 
methanol to precipitate a total amount of a polymer. Then, hydrochloric add is added, and the mixture is ffltered through 
a glass filter to obtain polyethylene. 

Claims 

1. An olefin polymerization catalyst comprising a transition metal compound (A-1) represented by the following for- 
mula (I): 




wherein M is a transition metal atom of Group 3 to Group 1 1 of the periodic table, 
m is an integer of 1 to 3, 

Q is a nitrogen atom or a carbon atom having a substituent R 2 , a 
A is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen atom having a substituent R , 
R 1 to R 6 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon group, 
a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a boron- 
containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a ger- 
manium-containing group or a tin-containing group, two or more of them may be bonded to each other to form 
a ring, and when m is 2 or greater, R 1 s, R^, FPs, R 4 s, R 5 s, or R 6 s may be the same or different, and one group 
of R 1 to R 6 contained in one ligand and one group of R 1 to R 6 contained in other iigands may be bonded, 
n is a number satisfying a valence of M, and 

X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 
group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus- 
containing group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing 
group, a germanium-containing group or a tin-containing group, and when n is 2 or greater, Xs may be the 
same or different and Xs may be bonded to each other to form a ring. 

2. The olefin polymerization catalyst as claimed in claim 1 . wherein the transition metal compound (A-1 ) is a transition 
metal compound in which Q in the formula (0 is a carbon atom having a substituent R 2 and which is represented 
by the following formula (l-a): 
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10 




(r-a) 



wherein M. m, A. R 1 to R s . n and X have the same meanings as those of M. m. A, R' to R 6 , n 



15 



20 



25 



30 



(0. 



and X in the formula 



(I-b) 




35 



40 



45 



SeSiX* R ' * - andXha ^ thesame meanings as those of M,"m, A, R\ * R*. R«; n andXSh 

ol t L Rl l h ^ eth ^in ame meanin 9 s as ,nos e of R 1 to R 6 in the formula (I), and 
annl^l^^ 

an aromafc ring, arid which is represented by the following formula (l-c): W are ponded to form 




-"MXn 



(I-c) 
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£Sr£ ^ A " n ^ X ^ ^ Sam& meartn9S 35 th0Se * M " m - *• #, * * " and X in the 

£ 2J i^iS 8 nwanirt 9S « those of R 1 to R* in the formula (I), and 

groupof R 1 andR 5 toR 10 contenl!^ , ? !l ' ^ s ' orR ° s may be the same or different, and one 
. maySfbonS Planed ,n one l.gand and one group of R 1 and RStoR^conta-ned in other .igands 

*" mula'S P ° ,ymeri2afi0n C ° mpriSin9 3 franSiti0n «-PO-d (A-2) represented by the following for- 




•TvlXn 

<ll) 



wherein M is a transition metal atom of Group 3 to Group 1 1 of the periodic table, 
m is an integer of 1 to 6, 

Q is a nitrogen atom or a carbon atom having a substituent R 2 

RW^rf a,bn \! ^ al0m ' 3 Selenium ^ or a nitr °9 en atom having a substituent R 6 
n is a number satisfying a valence of M and 




•TvfXn 

(II-a) 
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wherein M, m. A. R 1 to R 4 . R 6 . n and X have the same meanings as those of M. m. A..R 1 to R 4 , R 6 . n and X in the 
formula (II). 

The olefin polymerization catalyst as Claimed in claim 6, wherein the transition metal compound (A-2) is a transition 
metal compound in which R 3 and R 4 in the formula (ll-a) are bonded to form an aromatic ring and which is repre- 
sented by the following formula (ll-b): 




(II-b) 



wherein M, m. A, R\ R 2 , R 6 , n and X have the same meanings as those of M, m, A, R\ R 2 , R 6 . n and X in the 
formula (II), 

when m is 1, A is a sulfur atom, a selenium atom or a nitrogen atom having a substituent R 6 t and when m is 2 
or greater, As may be the same or different, they are each an oxygen atom, a sulfur atom, a selenium atom or 
a nitrogen atom having a substituent R 6 , and at least one A is a sulfur atom, a selenium atom or a nitrogen 
atom having a substituent R 6 . 

R 7 to R 10 have the same meanings as those of R 1 to R 4 and R 6 in the formula (II). and 
R\ R 2 and R 6 to R 10 may be the same or different, two or more of them may be bonded to each other to form 
a ring, and when m is 2 or greater, R 1 s, R 2 s, R 6 ^ R 7 s, R 8 s, R 9 s, or R 10 s may be the same or different, and one 
group of R 1 , R 2 and R 6 to R 10 contained in one ligand and one group of R 1 , R 2 and R 6 to R 10 contained in other 
ligands may be bonded. 

The olefin polymerization catalyst as claimed in claim 5, wherein the transition metal compound (A-2) is a transition 
metal compound in which Q in the formula (II) is a nitrogen atom and R 3 and R 4 in the formula (II) are bonded to 
form an aromatic ring, and which is represented by the following formula (ll-c): 




<II-c) 



wherein M, m, A, R 1 . R 6 , n and X have the same meanings as those of M, m. A, R 1 , R 6 , n and X in the formula (II), 

R 7 to R 10 have the same meanings as those of R 1 to R 4 and R 6 in the formula (II), and 
R 1 and R 6 to R 10 may be the same or different, two or more of them may be bonded to each other to form a 
ring, and when m is 2 or greater, R 1 s, R 6 s, R 7 s, R*s, R 9 s, or R 10 s may be the same or different, and one group 
of R 1 and R 6 to R 10 contained in one ligand and one group of R 1 and R 6 to R 10 contained in other ligands may 
be bonded. 
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9. The olefin polymerization catalyst as claimed in any one of claims 1 to 8. further comprising at least one compound 
(B) selected from the group consisting of: 

(B-1) an organometalllc compound, 

(B-2) an organoaluminum oxy-oompound, and 

(B-3) a compound which reacts with the transition metal compound (A-1) or (A-2) to form an ion pair. 

1 0. The olefin polymerization catalyst as claimed in claim 9, further comprising a carrier (C). 

11 . A process for olefin polymerization, comprising polymerizing or copolymer izing an olefin in the presence of the ole- 
fin polymerization catalyst as claimed in any one of claims 1 to 10. 
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Fig, 1 



Transition metal component 




M: transition metal atom of Group 3 

to Group 11 of the periodic table 
mi 1 - 3 
Q: -N=, -CCR*)- 
A: -O-, -S-, -Se-, -N(R*)- 
R 1 - R 6 s Hj hydrocarbon group, etc. 
n: number satisfying a valence of M 
X: halogen, hydrocarbon group, etc. 



Organometall 



xc component: 



c 



Organ ©metallic compound 



> 



(org 



Organoaluminum oxy-conpound 



Ionizing ionic compound 



■> 



Third component 

(Carrier) 
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Fig. 2 



Transition metal component 




M: transition metal atom of Grousj 3 

to Group 11 of the periodic table 
m: 1 - 3 
Q: -C(R 2 ) = 

A: -O-, -S-, -Se-, -N{R 6 )- 
R 1 - R*: H, hydrocarbon group, etc. 
n: number satisfying a valence of M 
X: halogen, hydrocarbon group, etc. 

Organometallic component 




Organometallic compound 




Olefin 




Organoaluminum oxy-compound 





onizing ionic compound 




Third component 



(Carrier) 
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